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© Multllayered water-repellent film and method of forming same on glass substrate. 

© The invention relates to a multilayered water-repellent film formed on a glass substrate by the sol-gel 
process. The film has a first metal oxide layer which is formed on the glass substrate by the sol-gel process and 
a second water-repellent layer formed on the first layer. As a first method for providing the film with superior 
durability of water repellency, mechanical strength and chemical resistance, the first layer is prepared by using a 
mixture of three specific sols which are respectively prepared from metal alkoxides or metal acetylacetonates 
As a second method for providing the film with the above advantages, the second layer is prepared by using a 
coating mixture comprising a fluoroalkylsilane, tin oxide particles doped with antimony oxide, a silicon com- 
pound, water and an organic solvent. As a third, method for providing the film with the above advantages, the 
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second layer is prepared by using another coating mixture comprising a fluoroalkylsi.ane, tin oxide particles 
^TvZZ?***. a silicon compound, water, an organic solvent and an acd. 
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BACKGROUND OF THE INVENTION 

The present invention relates to a multilayered water-repellent film, and a method of forming the film on 
a glass substrate. The film-forming method belongs to the sol-gel process The water-repellent coating is 
suitable for application, for example, to vehicular and architectural window glasses- which- are -to be exposed 
to rain water. 

Hitherto, there have, been various proposals to -provide a glass substrate with water repellency. For 
example, there have been proposed water-repellent agents to be applied to a glass substrate surface, each 
of which contains a silane compound having a polyfluoroalkyl group or a condensate of the partially 
hydrolyzed silane compound (see JP-A-58-1 22979, JP-A-58-1 42958, J P-A-58- 147483, JP-A-58-1 72242 JP- 
A-58-1 72243, JP-A-58-1 72245, JP-A-58-1 72246, JP-A-58-1 90840 and JP-A-58-223634). JP-A-58-1 67448 
discloses a reflectance reducing agent which contains a silane compound having a polyfluoroalkyl group or 
a condensate of the partially hydrolyzed silane compound. 

JP-A-58-1 29082 and JP-A-58-1 72244 disclose, as water-repellent agents, silicone block oligomers each 
having a polyfluoroalkyl group. 

JP-A-5-345641 discloses a method of forming a water-repellent film on a glass substrate. This method 
comprises the steps of: (a) applying a mixture to the glass substrate and (b) baking the coated glass 
substrate in an atmosphere containing fluoroalkylsilane vapor so as to increase the fluoroalkyl content of the 
water-repellent film. This mixture contains a metal alkoxide, a substituted metal alkoxide in which alkoxyl 
groups are partially replaced with fluoroalkyl groups, an alcohol, water, and an acid or a base. 

JP-3-90345 discloses a high refractive index dielectric layer formed on a transparent substrate and a 
low refractive index layer formed on the dielectric layer. This dielectric layer contains inorganic fine particles 
which may be tin oxide doped with antimony. The low refractive index layer is prepared from a mixture 
containing a fluoroalkyl-containing compound, a silicon compound, an alcohol and an acid. 

However, the above publications' proposals do not provide glass substrates with water-repellent and/or 
reflectance reducing films which are superior in durability and weatherability tests. 

There is a glass substrate coated with a film of Teflon (a trade name). However, this' film is soft and 
thus tends to have scratches thereon. With this, the film becomes opaque. 

JP-A-5-51238 discloses a water-repellent film formed on a glass substrate. This film (2) has a metal 
oxide phase (21) and water-repellent fine particles (22) dispersed in the metal oxide phase (21). However, 
this film has a problem that it tends to have scratches thereon. 

JP-63-1 17933 discloses a method of providing a glass substrate with water repellency. This method 
comprises irradiating the glass substrate with at least one ion of at least one element selected from the 
group containing Sn and Sb. JP-A-4-1 60039 discloses a similar method of providing a glass substrate with- 
water repellency. This method comprises the steps of: (a) forming a metal oxide film on the glass substrate 
and (b) irradiating the film's surface with at least one ion of at least one element selected from the group 
containing Sn and Sb for providing the film with water repellency. However, according to these two 
methods, the initial contact angle of water drop on the film does not become sufficiently large, and the ion 
will be gradually oxidized and thus water repellency does not last for a long time. 

There are provided proposals to form on a glass substrate a multilayered water-repellent film having a 
first layer adherent to the glass substrate and a water repellent second layer formed on the first layer. 

For example, JP-A-60-231442 discloses a water-repellent film having a first layer of a first polymer of a 
first organic silicon compound having a siloxane bond and a second layer of a second or third polymer. The 
second polymer is prepared from a second organic silicon compound which contains more carbon or less 
oxygen than that of the first organic silicon compound. The third polymer is prepared from a fluorine 
compound. However, this film tends to have scratches thereon. 

JP-A-3-1 53859 discloses a water-repellent film formed on a plastic substrate. This film has a first metal 
oxide layer formed on the plastic substrate and a second layer of a mixture of a metal oxide and a fluorine- 
containing resin. However, adhesion of this film to the substrate is inferior because the substrate is plastic. 

JP-A-2-311332 discloses a method of a water-repellent film on a glass substrate. This method 
comprising the steps of: (a) forming a metal oxide layer on the glass substrate; and (b) treating the metal 
oxide layer with at least one silyl compound which is selected from the group consisting of chlorosilyl 
compounds, alkoxysilane compounds and fluoroalkylsilane compounds. JP-A-5-238781 discloses another 
water-repellent film having a first layer of Si02 and a second layer of perfluoroalkylalkylsilane. However, 
these water-repellent films are not sufficient in durability of water repellency in a severe environment. 

To increase adhesion between the first and second layers of a water-repellent film, there have been 
proposed some conventional methods to make the first layer's surface minutely rough. For example, JP-A- 
4-1 24047 discloses a method of forming a water-repellent film having first and second layers. This method 
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(d) mixing the first, second and third sols together with a solvent to form a first coating mixture; 

(e) applying the first coating mixture to the glass substrate so as to form a first sol film on the qlass 
substrate; 

(f) heating the first sol film so as to transform the first sol film into a first gel film and then into the first 
5 metal oxide layer which has a minutely rough surface having on the ..surface micro-pits and/or micro- 
projections; and - 

,(g) iorming4he .second- water-repellent layer on the first metal oxide layer. 
As is mentioned hereinabove, according to the first aspect of the present invention, there is provided a 
multilayered water-repellent film having a first metal oxide layer having a minutely rough surface and a 
10 second layer which is water-repellent. This first layer is in accordance with the present invention, but this 
second layer may be a conventional water-repellent layer. It should be noted that this multilayered water- 
repellent film is more superior in durability of water repellency, mechanical strength and chemical 
resistance than conventional water-repellent films. 

According to the first aspect of the present invention, the contact area between the first and second 
75 layers becomes substantially large because the first layer's surface is desirably minutely rough. Further- 
more, even if the first layer is baked at a high temperature, for example, not lower than 500 "C, the 
minutely rough condition of the first layer is stable. Thus, adhesion between the first and second layers is 
substantially enhanced. With this, as will be shown in the aftermentioned Examples 1-3 and Table 1 of the 
present application, the multilayered film according to the first aspect of the present invention becomes 
20 superior in durability of water repellency and mechanical strength. 

In contrast to this, it is understood that a conventional multilayered film according to the aftermentioned 
Comparative Example 3 of the present application is inferior in durability of water repellency and 
mechanical strength, as shown in Table 1. In fact, the first metal oxide layer of this film is etched so as to 
make the first layer minutely rough. The second layer is a conventional water-repellent film which is the 
25 same as that of Examples 1-3. Therefore, it can be concluded that the difference of the results shown in 
Table 1 between Examples 1-3 and Comparative Example 3 is caused by the difference of the first metal 
oxide layer itself. In other words, it can be concluded that the first layers according to Examples 1-3 are 
materially different from the first layer of Comparative Example 3. That is, it can be concluded that the 
surface configuration or surface roughness of the first layers according to Examples 1-3 are different from 
30 that of the first layer according to Comparative Example 3. 

Fig. 1 is a schematic perspective view of the surface roughness of a first metal oxide layer according to 
the present invention. It is understood that this first layer's surface has thereon numerous micro-pits and/or 
micro-projections. In contrast. Fig. 2 is a schematic perspective view of the surface roughness of a 
conventional first metal oxide layer which has been etched. From these figures, it is easily understood that' 
35 this first layer according to the present invention is materially different from this conventional first layer. 

Furthermore, it is understood that another conventional multilayered film according to the aftermen- 
tioned Comparative Example 1 of the present application is inferior in durability of water repellency and 
mechanical strength, as shown in Table 1. In fact, the first metal oxide layer of Comparative Example 1 is 
made minutely rough by using only two different sols (the first and second sols). The second layer is a 
40 conventional water-repellent film which is the same as that of Examples 1-3. Therefore, it can be also 
concluded that the difference of the results shown in Table 1 between Examples 1-3 and Comparative 
Example 1 is caused by the difference of the first metal oxide layer itself. In other words, it can be 
concluded that the first layers according to Examples 1-3 are materially different from the first layer 
according to Comparative Example 1. That is, it can be concluded that the surface configuration or surface 
roughness of the first layers according to Examples 1-3 are different from that of the first layer according to 
Comparative Example 1 . 

According to a second aspect of the present invention, there is provided a multilayered water-repellent 
film having a first metal oxide layer and a second water-repellent layer, the film being prepared in 
accordance with a method comprising the steps of: 

(a) forming the first metal oxide layer on the glass substrate such that the first metal oxide layer has a 
minutely rough surface having on the surface micro-pits and/or micro-projections; 

(b) preparing a coating mixture comprising 0.10-20 wt% of a fluoroalkylsilane, 0.10-2 wt% of tin oxide 
particles doped with antimony oxide, 0.10-2 wt% of a silicon compound, water and an organic solvent; 

(c) applying the coating mixture to the first metal oxide layer so as to form the second layer on the first 
55 layer; and (d) heating the second layer at a temperature ranging from 100 to 300 # C. 

According to a third aspect of the present invention, there is provided a multilayered water-repellent film 
having a first metal oxide layer and a second water-repellent layer, the film being prepared in accordance 
with a method comprising the steps of: 
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(a) forming the first metal oxide on the glass substrate such that the first metal oxide layer has a 
minutely rough surface having on the surface micro-pits and/or micro-projections; 

(b) preparing a coating mixture comprising 0.10-20 wt% of a fluoroalkylsilane, 0.04-2 wt% of tm ox.de 
particles doped with antimony oxide, 0.03-2 wt% of a silicon compound. 0.005-15 wt% of water, an 
organic solvent and an acid, the molar ratio of the acid to the fluoroalkylsilane being in a range from 5.0 
X 10 _ * • 1 to 2.0 X 10 -2 : 1; 

(c) applying the coating mixture to the first metal oxide layer so as to form the second layer on the first 
layer; and 

(d) heating the second layer at a temperature ranging from 100 to 400 • c. 

As is mentioned hereinabove, according to each of the second and third aspects of the present 
invention, there is provided a multilayered water-repellent film having a first metal oxide layer having a 
minutely rough surface and a second water-repellent layer. This second layer is in accordance with the 
present invention, but this first metal oxide layer may be a conventional metal oxide layer having a minutely 
rough surface, for example, which is disclosed in JP-A-6-16455. It should be noted that the multilayered 
water-repellent films of the second and third aspects of the present invention are also more superior in 
durability of water repellency, mechanical strength and chemical resistance than conventional water- 

According to the present invention, it is optional to combine the first metal oxide layer of the first aspect 
of the present invention with the second water-repellent layer of the second or third aspect of the present 
invention to form a multilayered water-repellent film on a glass substrate. This combination is disclosed in 
the aftermentioned Examples 21-22 of the present application. It should be noted that this multilayered 
water-repellent film of the present invention is also more superior in durability of water repellency, 
mechanical strength and chemical resistance than conventional water-repellent films. 

It should be noted that the multilayered film according to the present invention is high in transparency 
and hardness. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic perspective view showing a surface roughness of a first layer in accordance with 

the present invention; . 
Fig. 2 is a schematic perspective view showing a surface roughness of a conventionally etched first 

laver* 

Piqs ' 3 to 5 are photographs taken through a scanning electron microscope (SEM) of about 20,000 
magnifications, showing surface roughness of the first layers formed on glass substrates in accordance 
with Examples 1 to 3 of the present invention, respectively; 

Figs. 6 to 8 are photographs similar to Figs. 3 to 5. but showing surface conditions of the first layers in 
accordance with Comparative Examples 1 to 3. respectively; and 

Figs. 9-12 are sectional views each showing a schematic surface contour of a section of an object, the 
section being perpendicular to the object's surface. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

According to the present invention, there is provided a multilayered water-repellent film having a first 
metal oxide layer and a second water-repellent layer, and a method of forming the film on a glass substrate. 
This glass substrate may be colorless or colored as long as it is transparent. The glass substrate may be 
flat or curved in shape, or a tempered one. This method includes the steps of: 

(a) preparing a first coating mixture; 

(b) applying the first coating mixture to the glass substrate so as to form a first sol film on the glass 
substrate* 

(c) heating the first sol film so as to transform the first sol film into the first metal oxide layer which has a 
minutely rough surface having thereon numerous micro-pits and/or micro-projections; 

(d) preparing a second coating mixture; 

(e) applying the second coating mixture to the first metal oxide layer so as to form thereon a second 
layer; and 

* (f) heating the second layer. 
It is preferable that the applications of the first and second coating mixtures are conducted in an 
atmosphere of a temperature within a range or from 20 to 27 -C and a relative humidity within a range of 
from 40 to 65 %. 
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According to the first aspect of the present invention, the multilayered water-repellent film has an 
improved first metal oxide layer which is in accordance with the present invention and a second layer which 
may be a conventional water-repellent layer. This combination of the first and second layers provides the 
multilayered film with superior durability of water repellency, mechanical strength and chemical resistance. 

5 The features of the first aspect of the present invention will be- described in the following. 

The first coating mixture according to the first aspect, of the ( ,present -invention is prepared by mixing at 
least three -sols, -he.- first, second and third sols, together with a solvent. 

The first sol is prepared through hydrolysis and polycondensation of a metal alkoxide or a metal 
acetylacetonate, each of which is tetrafunctional. A tetrafunctional metal alkoxide according to the first 

70 aspect of the present invention is a simple alkoxide having no organic group other than alkoxyl groups, such 
as a methoxide, an ethoxide, an isopropoxide or the like. A tetrafunctional metal acetylacetonate according 
to the first aspect of the present invention is either a simple acetylacetonate having no organic group other 
than acetylacetone groups, or an acetylacetonate in which at least one alkoxyl group or the like has been 
substituted for at least one acetylacetone group. It Is preferable to use Si, Ti or Zr as a metal of the alkoxide 

75 or the acetylacetonate. Preferable examples of the alkoxide and the acetylacetonate of this type are 
tetramethoxysilane [Si(OCH 3 )*], tetraethoxysilane [SKOC2H5)*], titanium tetraisopropoxide pn(0-iso-C 3 H 7 )*], 
zirconium n-butoxide [Zr(0-n-C*H 9 )4], and zirconium acetylacetonate [Zr(CH 2 COCH 2 COCH 3 )*]. 

The second sol is one of A-type second sol and B-type second sol. That is, either the A-type sol or the 
B-type sol can be used as the second sol. The A-type second sol is prepared through hydrolysis and 

20 polycondensation of a metal alkoxide or a metal acetylacetonate, each of which is trifunctional or 
bifunctional. In the alkoxide or the acetylacetonate of this type, methyl group, ethyl group or the like has 
been substituted for at least one alkoxyl group or at least one acetylacetonate group. Preferable examples 
of the alkoxide and the acetylacetonate of this type are methyltriethoxysilane [CH 3 Si(OC2H 5 )3], methyl- 
trimethoxysilane [CH 3 Si(OCH 3 )3], dimethyldiethoxysilane [(CH 3 ) 2 Si(OC 2 H5)2] and dimethyldimethoxysilane 

25 [(ChhfeSifOCHafe]. It is necessary that the metal type of the A-type second sol is the same as that of the 
first sol. 

The B-type second sol is prepared by hydrolyzing and polycondensing a metal alkoxide or a metal 
acetylacetonate, each of which is tetrafunctional, and then by inactivating an end functional group of the 
polymer (colloidal particles) of the sol. This inactivation is conducted, for example, by replacing the end 
30 functional group with another inactive group. Unlike the A-type second sol, the metal type of the B-type 
second sol is not particularly limited. 

The third sol is prepared through hydrolysis and polycondensation of a metal alkoxide or a metal 
acetylacetonate, of which metal type is different from that of the first sol and the type-A second sol. 
Functionality of the alkoxide or the acetylacetonate of the third sol is not particularly limited. That is, either 
35 one of tetrafunctional, trifunctional and bifunctional metal alkoxides and metal acetylacetonates may be used 
for the preparation of the third sol. 

In the first aspect of the present invention, it is a very important feature that the first, second and third 
sols are mixed together for the preparation of the first metal oxide layer. With this, the first metal oxide 
layers surface becomes desirably minutely rough to have numerous micro-pits and/or micro-projections 
40 (see Fig. 1). With this, adhesion of the second water-repellent layer to the first metal oxide layer is 
substantially improved. Thus, the multilayered film becomes superior in mechanical strength, chemical 
resistance, transparency, hardness and durability of water repellency. Each of the first, second and third 
sols is stable, i.e. hard to gel under a normal storage condition, relatively cheap in price and easily available 
and can be easily prepared. 

45 For example, in case that the first sol, the type-A second sol and the third sol are mixed together for the 
preparation of the first coating mixture, the first sol contributes to construct a three dimensional structure of 
-Si-O-Si- (vertical two lines from each Si is omitted in this structure) because it is tetrafunctional. In contrast, 
the type-A second sol does not contribute to construct this three dimensional structure because it is 
trifunctional or bifunctional. Thus, the mixture of the first sol and the type-A second sol contributes to make 

50 the structure of the first metal oxide layer uneven and thus to make the first metal oxide layer's surface 
minutely rough. As is mentioned hereinabove, the metal type of the third sol is different from that of the first 
sol and the type-A second sol. Therefore, the addition of the third sol to the mixture of the first sol and the 
type-A second sol contributes to make the first metal oxide layer compact and thus to make the 
multilayered metal oxide film superior in mechanical strength and chemical resistance. 

55 Alternatively, in case that the first sol, the type-B second sol and the third sol are mixed together for the 
preparation of the first coating mixture, the end functional group of the type-B sol is inactivated. Therefore, 
similar to the type-A sol, the type-B sol does not contribute to construct the above three dimensional 
structure either. Thus, the mixture of the first sol and the type-B second sol also contributes make the first 
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metal oxide layer's surface minutely rough. The addition of the third sol to the mixture of the first sol and 
the type-B second sol also contributes to make the first metal oxide layer compact and thus to make the 
multilayered metal oxide film superior in mechanical strength and chemical resistance. 

For the purpose of making the first layer's surface desirably minutely rough, it is preferable chat each of 
the average molecular -weights of the polymers (colloidal particles) of the first and second sols is in the 
range of from 100 to 1,000.000. tt is more preferably from 1.000 to 100.000. If it is less than 100, crawling 
of the first coating solution tends to occur when the first coating solution is applied to a glass substrate. If it 
is greater than 1.000.000. the first and second sols tend to turn into gels in a relatively short time. In 
contrast, it should be noted that the average molecular weight of the polymer of the third sol is not limited 
at all for making the first layer's surface desirably minutely rough. 

The type of solvent for the preparation of the first, second and third sols is not particularly limited in the 
present intention. However, the surface roughness of the first layer somewhat changes depending on the 
type of the solvent for the first and second sols. Preferable examples of the solvent are lower alcohols such 
as methyl alcohol, ethyl alcohol, isopropyl alcohol and n-butanol, ethyl acetate and ethyleneglycol mon- 

oethyl ether. , . 

It is preferable that the molar ratio of the solid matter (polymer) contained in the second sol to that 
contained in the first sol is in the range of from about 0.03:1 to about 30:1. If this ratio is less than 0.03 or 
greater than 30, the configuration of the first layer's surface does not become desirably minutely rough but 
becomes relatively flat. This ratio is more preferably in the range of from about 0.5:1 to about 15:1. 

It is preferable that the molar ratio of the solid matter contained in the third sol to the total of the solid 
matters contained in the first and second sol is in the range of from 0.01:1 to 1:1. 

It may be desirable to control the relative humidity of the atmosphere where the multilayered water- 
repellent film is formed on a glass substrate, within a range of from about 20 to 80% for controlling the 
configuration of the first layer's surface and the diameters of micro-pits and/or micro-projections. 

The type of solvent for diluting the mixture of the first and second sols is not particularly limited in the 
present invention. Examples of this solvent are lower alcohols such as methyl alcohol, ethyl alcohol, 
isopropyl alcohol and n-butanol, acetone and ethyl acetate. 

It is preferable that the viscosity of the first coating mixture is controlled within the range of from 1 to 10 
cP If it is less than 1 cP, the viscosity becomes too low. With this, it is difficult to form a film of the first 
coating mixture on a glass substrate. If it is greater than 10 cP. the film thickness tends to become too 
thick. With this, the film tends to have cracks while it is heated. 

It is preferable that the solid matter concentration of the first coating mixture is controlled within a range 
of from 001 to 10 wt% on a metal oxide basis. If it is less than 0.01 wt%. the first coating mixture becomes 
too thin in solid matter concentration. With this, it is difficult to form a film of the first coating mixture on a 
glass substrate. If it is greater than 10 wt%, the film tends to become too thick in thickness. With this, the 
film tends to have cracks. 

As the coating method of the first and second coating solutions, it is usual to use dip coating, spraying, 
flow coating or spin coating. 

The first sol film of the first coating mixture is heated preferably at a temperature of at least 100 C, 
more preferably at least about 500 «C and still more preferably at least about 600 -C so as to transform 
the first sol film into the first gel film and then into the first metal oxide layer which is superior in mechanical 
strength. It should be noted that the minutely rough configuration of the first layer's surface does not 
disappear even after the baking of at least 500 • C. 

For the preparation of the second coating mixture, a conventional water-repellent agent tray be used 
and mixed with a solvent. Examples of the water-repellent agent are organic silicon compounds such as 
hydrolysates of trimethylmethoxysilane. dimethyldimethoxysilane. trimethylethoxysilane, dimethyldiethox- 
ysilane, diethyldiethoxysilane and diethyldimethoxysilane; fluororesins such as polytetrafluoroethylene. poly- 
trichlorofluoroethylene, polyvinylidenefluoride, polyvinylfluoride. copolymer of tetrafluoroethylene and hex- 
afluoropropylene, and copolymer of tetrafluoroethylene and ethylene; mixtures of the organ.c silicon 
compounds and the fluororesins; and silane compounds containing a fluorocarbon group, such as 
CF 3 CH 2 CH 2 Si(OCH 3 )3. CF 3 (CF 2 )5CH 2 CH 2 Si(OCH3)3, CF 3 (CF 2 )7CH 2 CH 2 Si(OCH 3 ) 3 . CF 3 (CF 2 )- 
7 CH 2 CH 2 CH 3 Si(OCH 3 ) 2l CF 3 (CF 2 )7CH 2 CH 2 SiCI 3 or a partial hydrolysate of these silane compounds. 

This second coating mixture is applied to the first metal oxide layer so as to form thereon a second 
film. Then, this second film is dried preferably at a temperature ranging from room temperature pro 400 *C. 
The second film is dried more preferably at a temperature ranging from 140 to 350 *C. 

The following nonlimitative Examples 1 to 3 are in accordance with the first aspect of the present 
invention, and the following Comparative Examples 1 to 3 are not in accordance with the first aspect of the 
present invention. 
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Example 1 

A multilayered water-repellent film consisting of a finstf^ a second waterWpeilent/ 

layer was formed on a glass substrate in accordance with the following steps. 
5 Firstly, a clear float glass substrate about 100. mm square -in widths and about-2-mm in-thickness was 
■ washed with neutral detergent, then with water and then.with ^an-alcohol.- After-drying-the glass substrate, it 
^-was cleaned -with acetone. . _ 

Separately, 16 g of te|r3e^p^silarje, 8.5 g of ethanol and 5.5 g of water of which pH value had 
previously adjusted to 4 using HCI were mixed together. This mixture was refluxed at a temperature of 
70 about 80 'C for about 20 hr so as to prepare a ;firs^'sb1.]The polymer of the first sol had an average 
molecular weight of about 40,000 on a polystyrene fiaMs?*^*' 

Then, 36.6 g of jnethy^ about 28.9 g of isopropyl alcohol and 14.5 g of pure water 

having a pH value of 7 were mixed together. This mixture was refluxed at a temperature of about 70 -C for 
about 5 hr so as to prepare a second sol. The polymer of the ^SSB^!^ an average molecular weight 
75 of about 2,000. 

Then, 2 8 g;;p!|j^^ of water having a pH value 

of 2 were mixed iogetKer this mixture was stirred" at roo min so ; as tb"p^ a 

third^sbft 

Then, the first and second sols were mixed -together. This mixture was diluted with about 300 g of 

20 isopropyl alcohol. This diluted mixture was stirred at room temperature for about 10 hr. Then, the third sol 
was added to this mixture, and stirring was conducted at room temperature for about 30 min. With this, a 
first coating solution was prepared. The molar ratio of the solid matter (polymer) contained in the second sol 
to that contained in the first sol was 3.5:1 on a metal oxide basis. The molar ratio of the solid matter 
contained in the third sol to the total of the solid matters contained in the first and second sols was 0.45:4.5 

25 on a metal oxide basis. 

Then, the first coating solution was applied to the glass substrate by dip coating in an atmosphere of a 
temperature of about 23 • C and a relative humidity of about 50% so as to form thereon a first sol film. The 
thus coated glass substrate was allowed to stand for drying the first sol film. With this, it was turned into a 
first gel film of a mixture of Si0 2 and Ti0 2 having a thickness of about 200 nm. Then, the first gel film was 

30 heated at a temperature of about 100 *C for about 30 min and then at a temperature of about 600 *C for 
about 10 min. With this, a first metal oxide layer of a mixture of Si0 2 and Ti0 2 having a thickness of about 
100 nm was formed on the glass substrate, As is shown in Fig. 3, it was found by the observation with SEM 
that the first metal oxide layer's surface was minutely rough and had numerous micro-pits. 

TMd.k a conventional second Jay&L was formed on the first Jayer in accordance with the : following.steps. ' 

35 Firstly, 1 g of heptadecatridecylfluoroalkylsilane, CF 3 (CF 2 )7CH 2 CH 2 Si(OCH3)3 f was mixed with about 50 
g of isopropyl alcohol and 1 g of 60% nitric acid in a beaker. This mixture was sufficiently stirred at room 
temperature so as to partially hydrotyze the fluoroalkyisilane. The thus prepared second coating solution 
was applied to the first metal oxide layer in the same atmosphere as that of the application of the first 
coating solution. Then, the glass substrate was put in an electric furnace of about 140 *C for about 30 min. 

40 With this, the second water-repellent layer was formed on the first metal oxide layer. 

The thus formed glass substrate having thereon the multilayered water-repellent film was subjected to 
the following tests. 

To evaluate water repellency of the film, the contact angle of water drop on the film was measured by a 
contact angle meter in the atmosphere of a temperature of about 25 • C. 

45 Durability of the multilayered film was evaluated by an durability test using a practical wiper blade for 
an automobile window. Under a load of about 15 g/cm, the wiper blade was kept in contact with the film on 
the glass substrate and moved reciprocatively until it made about 180,000 successive rubbing passes. One 
reciprocation was counted as one pass. Tap water was dropped to the film during this test. After this test, 
the film surface was observed with an interference microscope of about 50 magnification to check whether 

so or not the film surface has scratches thereon. The degree of durability of the film was valued by the amount 
of a change in the contact angle of water drop from the contact angle before this test. The results are 
shown in Table 1 . 

Weatherability of the multilayered film was evaluated by a super UV accelerated weatherability test. In 
this test, the film was exposed to light rays of about 50 mW/cm 2 for about 2,000 hr at a temperature of 
55 about 23 • C and a relative humidity of about 50% with a distance of about 25 mm between a lamp and the 
film. The degree of weatherability of the film was valued by the amount of a change in the contact angle of 
water drop from the contact angle before the weatherability test The result is shown in Table 1. 



9 




EP 0 658 525 A2 



Each of the glass substrates having thereon the multilayered water-repellent films in accordance with 
the following Examples 2-3 and Comparative Examples 1-3 was also subjected to the same tests of 
Example 1 . The results are shown in Table 1 . 

5 EXAMPLE 2 

In this example, Example 1 was repeated except that the molar ratios between the solid matters 
contained in the first, second and third sols of Example 1 were changed. In fact, the first and second sols of 
Example 1 were mixed together such that the molar ratio of the solid matter contained in the second sol to 
to that contained in the first sol was adjusted to 7:1 on a metal oxide basis. Then, the third sol of Example 1 
was added to this mixture such that the molar ratio of the solid matter contained in the third sol to the total 
of the solid matters contained in the first and second sols was adjusted to 0.8:8 on a metal oxide basis. 

As is shown in Fig. 4, it was found by the observation with SEM that the first metal oxide layer's surface 
was minutely rough and had numerous micro-pits and micro-projections. 

75 

EXAMPLE 3 

In this example, Example 1 was repeated except that the molar ratios between the solid matters 
contained in the first, second and third sols of Example 1 were changed. In fact, the first and second sols of 
20 Example 1 were mixed together such that the molar ratio of the solid matter contained in the second sol to 
that contained in the first sol was adjusted to 11:1 on a metal oxide basis. Then, the third sol of Example 1 
was added to this mixture such that the molar ratio of the solid matter contained in the third sol to the total 
of the solid matters contained in the first and second sols was adjusted to 1.2:12 on a metal oxide basis. 
As is shown in Fig. 5, it was found by the observation with SEM that the first metal oxide layer's surface 
25 was minutely rough and had numerous micro-projections. 

COMPARATIVE EXAMPLE 1 

In this comparative example, Example 1 was repeated except that the third sol of Example 1 was 
30 omitted in the preparation of the first metal oxide layer. In fact, the first and second sol of Example 1 were 
mixed together such that the molar ratio of the solid matter contained in the second sol to that contained in 
the first sol was adjusted to 3.5:1 on a metal oxide basis. Then, this mixture was diluted with 350 g of 
isopropyl alcohol. 

As is shown in Fig. 6, it was found by the observation with SEM that the first metal oxide layer's surface 
35 was minutely rough and had numerous micro-pits. 

It is understood that the test results of Examples 1-3 are better than those of Comparative Example 1 as 
shown in Table 1 . Therefore, although the first metal oxide layer's surface of Comparative Example 1 was 
minutely rough as well as those of Examples 1-3. it is considered that the first metal oxide layer of 
Comparative Example 1 is materially different from those of Examples 1-3. In other words, it is considered 
40 that the surface roughness of the first metal oxide layer of Comparative Example 1 is different from those of 
Examples 1-3, which leads to the difference of the test results. 

COMPARATIVE EXAMPLE 2 

45 In this comparative example, Example 1 was repeated except that the second and third sols of Example 
1 were omitted in the preparation of the first metal oxide layer. In fact, a first sol was prepared by mixing 16 
g of tetraethoxysilane, 16 g of ethanol and 5.5 g of water of which pH value had been adjusted to 4 and by 
refluxing this mixture at about 80 • C for about 4 hr. This first sol itself was used as the first coating solution 
for forming the first metal oxide layer. 

so As is shown in Fig. 7, it was found by the observation with SEM that the first metal oxide layer's surface 
was flat. 

COMPARATIVE EXAMPLE 3 

55 In this comparative example, Comparative Example 2 was repeated except that the first metal oxide 
layer was etched with an about 0.1 wt% HF aqueous solution at a temperature of about 25 °C before the 
formation of the second water-repellent layer on the first layer. 
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As is shown in Fig. 8, it was found by the observation with SEM that the first metal oxide layer's surface 
was minutely rough. 

It is understood that the test results of Examples 1-3 are better than those of Comparative Example 3 as 
shown in Table 1. Therefore, although the first metal oxide layer's surface of Comparative Example 3 was 
minutely rough, it is considered that the first metal oxide Jay er of Comparative Example 3 is materially 
different from those of -Examples 1-3. In other words, it is considered that the configuration of the .first .metal 
oxide layer's surface ol Comparative Example 3 is different from those of Examples 1-3, which leads to the 
difference of the test results (see Figs. 1 and 2). 



Table 1 





Initial Contact Angle (°) 


Contact Angle After 
Durability Test (°) 


Existence of Scratches 
After Durability Test 


Contact Angle After 
Weatherability Test (°) 


Ex. 1 


112 


105 


No 


90 


Ex.2 


111 


104 


No 


92 


Ex.3 


109 


102 


No 


85 


Com. Ex. 1 


113 


90 


Yes 


70 


Com. Ex. 2 


108 


70 


Yes 


50 


Com. Ex. 3 


112 


80 


Yes 


70 



According to the second aspect of the present invention, the multilayered water-repellent film has a first 
layer which may be a conventional metal oxide layer having a minutely rough surface having on the surface 
micro-pits and/or micro-projections and an improved second water-repellent layer which is in accordance 
with the present invention. This combination of the first and second layers provides the multilayered film 
with superior durability of water repellency, mechanical strength and chemical resistance. However, it is 
optical in the present invention to combine the first metal oxide layer according to the first aspect of the 
present invention with the second water-repellent layer according to the second aspect of the present 
invention. 

The features of the second aspect of the present invention will be described in the following. 

The first metal oxide layer according to the second aspect of the present invention is not particularly 
limited to a specific one as long as it has a minutely rough surface having micro-pits and/or micro- 
projections (see Fig. 1). For example, the first metal oxide layer may be a conventional metal oxide layer, 
which is disclosed in JP-A-6-1 6455. That is, the first metal oxide layer according to the second aspect of 
the present invention may be prepared by a method comprising the steps of: (a) preparing at least two sols 
respectively from at least one compound so as to disperse at least two polymers of the at least one 
compound in the at least two sols, the at least one compound being selected from the group consisting of 
metal alkoxides and metal acetylacetonates, the at least two polymers having different average molecular 
weights; (b) mixing the at least two sols together with a solvent go as to prepare a first coating mixture; (c) 
applying the first coating mixture to a glass substrate so as to form thereon a first sol film; and (d) heating 
the first sol film at a temperature not lower than 100 • C so as to transform the first sol film into a first gel 
film and then into the first metal oxide layer which has a minutely rough surface having numerous micro-pits 
and/or micro-projections. 

The second layer according to the second aspect of the present invention is prepared by a method 
comprising the steps of: (a) preparing a second coating mixture by mixing together a fluoroalkylsilane, tin 
oxide particles doped with antimony oxide, a silicon compound, water and an organic solvent; (b) applying 
the second coating mixture to the first metal oxide layer so as to form a second film on the first layer; and 
(c) heating the second film at a temperature ranging from 100 to 300 *C. 

Water is contained in the second coating mixture for partially hydrolyzing the fluoroalkylsilane. This 
water may be added in the form of pure water, a nitric acid aqueous solution and/or an impurity contained 
in the silicon compound (a silica sol). 

It is preferable that one polymer of the above at least two polymers for the preparation of the first layer 
has an average molecular weight ranging from about 800 to about 10,000 and the other at least one 
polymer of the above at least two polymers has an average molecular weight not lower than 10,000. 

The above metal alkoxide for the preparation of the first layer may be either a simple alkoxide having 
no organic group other than alkoxyl group, such as a methoxide, an ethoxide, an isopropoxide or the like, or 
an alkyl alkoxide having at least one alkyl group besides alkoxyl group, such as a monomethylalkoxide or a 
monoethyl-alkoxide. The above metal acetylacetonate for the preparation of the first layer may be either a 
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simp.e acetylacetonate having no organic group other than acetylacetone group, or an acety.alkox 
yacetonate such as methylalkoxyacetonate or ethylalkoxyacetonate. acetylacetonate . 

,t is preferable to use Si ^ an^hTmS ^ 
Thus, examples of the metal alkoxides and the metal ^tylaceton acetylacetonate, 

about 1 to about 10 min. narticles doped with antimony oxide for the 

CF 3 CH 2 CH 2 SiCI 3 , ^^i^^Sf^hHWOM^L CF 3 CF 2 )7CH 2 CH 2 SiCH3CI 2 . 
(OCH 3 ) 3 . CF3(CF 2 VCH 2 CH 2 SiCI 3 , CF 3 (C ^ CH2C ^^^ 0 ^ iJL preparation of the second 
According to the second aspect of the PT"£^ Z^i^'vLdm Orbital) level of 
,ayer is doped with antimony oxide. With th.s. .mpunty HOMO ^^^^ (Lowest unoccupied 
antimony oxide is formed in the band energy jq. , 

Molecular Orbital) of tin oxide. This dop.ng prov.des » n ^^ k 2J^o*£ has the same crystal 
oxide is used for suppressing the '^^^ 

structure as that of cassiterite. It is ^^^^l^^^JJ^ structure of tin oxide, 
as a penetration-type solid solution. By the existence of ^^^J^^^ oxide . This provides , 
tin oxide is partially reduced and excess of SnOa-x-SfcO,,* 

the doped tin oxide with electron cor.duct.vrty The doped tm ox,d ' ,or * which is a 

as Examples of commercial products of tin oxide P art ' c '^ d .^* S yst And chemicals 

trade name of Mitsubishi Material Co., ^LC°M whch .s j frade name o y^ ^ ^ ^ 

2£ KOTT ST* — - t"ad 9 e name of Catalyst And Chemicals 
„ "arable examples of the silicon compound for the preparation of the second layer are hydro.ysates of 

40 JSZSEL .ane ^ ethano , pro pano, 

Examples of the organic solvent for the second layer are alcohols su ^ 

sri?i=: rr-r- - - ~ - - - 

45 compounds. contains 0 10-20 wt% of fluoroalkylsilane. If it is less 

It is preferable that the second coating m.xture contains : nsuff i cient H K is greater than 20 

" as ,o Improve *>**> <* <?* "J*^!?" £%LX», £^^ * 
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At the coating method of the second coating mixture, it is usual to use dip coating, spraying, flow 
coating or spin coating. 

The following nonlimitative Examples 4 to 15 are in accordance with the second aspect of the present 
invention, and the following Comparative Examples 4 to 14 are not in accordance with the second aspect of 
5 the present invention. . . 

EXAMPLE 4 

A multilayered water-repellent film was formed on a glass substrate in accordance with the following 
70 steps. 

Firstly, the glass substrate was cleaned in the same manner as that of Example 1. Then, a conventional 
first metal oxide layer was formed on the glass substrate in accordance with the following steps. 

This conventional first layer was prepared by using a mixture of two sols of which polymers have 
different average molecular weights. That is, about 20.0 g of a first silica sol having an average molecular 

75 weight of about 3,000 and containing about 30 wt% of solid matter was mixed with about 28.6 g of a second 
silica sol having an average molecular weight of about 100,000 and containing about 6 wt% of solid matter 
in a beaker such that the molar ratio of the solid matter of the first sol to that of the second sol was adjusted 
to about 3.5:1. Then, the mixture was diluted with about 50 g of isopropyl alcohol and about 100 g of 1- 
butanol. This mixture was stirred for about 1 5 hr so as to prepare a first coating mixture. The first coating 

20 mixture was applied to the glass substrate by dip coating in an atmosphere of a temperature of about 23 
•C and a relative humidity of about 50%. Then, the thus coated glass substrate was heated at a 
temperature of about 270 *C for about 10 min so as to form a first gel film having a thickness of about 150 
nm on the glass substrate. Then, the coated glass substrate was heated at a temperature of about 600 • C 
for about 3 min such that a first metal oxide film having a thickness of about 100 nm and a minutely rough 

25 surface having numerous micro-pits having an average diameter of about 50 nm was formed. 

Then, a second water-repellent layer was formed on the first layer in accordance with the following 
steps. At first, a second coating mixture was prepared by mixing together about 0.99 g of a silica sol 
(solvent: ethanol) as the silicon compound, about 0.01 g of T-1 which is a trade name of Mitsubishi Material 
Co. as the tin oxide fine particles (particle size: about 20 nm) doped with antimony oxide, about 5 g of 

30 isopropyl alcohol and about 1 g of heptadecatridecyl-fluoroalkylsilane as the fluoroalkylsilane. Hereinafter, 
heptadecatridecylfluoroalkylsilane will be referred to as the fluoroalkylsilane. The silica sol had an average 
molecular weight of about 3,000 and contained 1 wt% of solid matter. The second coating mixture 
contained about 0.14 wt% of the silicon compound about 0.14 wt% of the doped tin oxide and about 14.29 
wt% of the fluoroalkylsilane. Then, the second coating mixture was applied to the first layer in the same 

35 atmosphere as that of the application of the first coating mixture so as to form a second layer on the first 
layer. Then, the thus coated glass substrate was heated at a temperature of about 250 •C for about 30 min 
so as to form a second water-repellent layer on the first metal oxide layer. 

To evaluate water repellency of the film, the contact angle of water drop on the film was measured by a 
contact angle meter in an atmosphere of a temperature of about 25 * C. 

40 Durability of the multilayered film was evaluated by an durability test using a practical wiper blade for 
an automobile window. Under a load of about 105 g/cm, the wiper blade was kept in contact with the film on 
the glass substrate and moved reciprocatively until it made about 100,000 successive rubbing passes. One 
reciprocation was counted as one pass. Tap water was dropped to the film during this test. The degree of 
durability of the film was valued by the amount of a change in the contact angle of water drop from the 

45 contact angle before this test. The results are shown in Table 2. 

Weatherability of the multilayered film was evaluated by a super UV accelerated weatherability test. In 
this test, the film was exposed to light rays of about 60 mW/cm 2 for about 2,000 hr. The degree of 
weatherability of the film was valued by the amount of a change in the contact angle of water drop from the 
contact angle before the weatherability test. The result is shown in Table 2. 

so Each of the glass substrates having thereon the multilayered water-repellent films in accordance with 
the following Examples 5-15 and Comparative Examples 4-13 was also subjected to the same tests of 
Example 4. The results are shown in Table 2. 

EXAMPLE 5 

55 

In this example, Example 4 was repeated except that the amounts of the first and second silica sols for 
the preparation of the first layer were changed. In fact, about 30 g of the first silica sol of Example 4 was 
mixed with about 23.1 g of the second silica sol of Example 4 such that the molar ratio of the solid matter of 
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75 



20 



25 



the first silica sol to that of the second silica sol was about 6.5:1 . 

The formed first metal oxide layer had a thickness of about 50 nm and a minutely rough surface » having 
micro-pits and micro-projections. The distance between adjacent two micro-projections was about 400 nm. 
The average diameter of the micro-pits and micro-projections was about 400 nm. 

EXAMPLE 6 

in this example, Example 4 was repeated except that the amounts of the first and second silica sols for 
the preparation of the first layer were changed. In fact, about 40 g of the first s,l,ca so J ^P^w- 
mixed with about 18.2 g of the second silica so! of Example 4 such that the molar rat,o of the solid matter of 
the first silica sol to that of the second silica sol was about 1 1 :1 . . 

Thl fled first metal oxide iayer had a thickness of about 60 nm and a minutely rough surface , tev,ng 
micro-projections. The distance between adjacent two micro-projections was .n a range erf from about 300 to 
500 nm. The average diameter of the micro-projections was in a range of from 300 to 500 nm. 

EXAMPLE 7 

In this example, Example 4 was repeated except that the relative humidity of the atmosphere was 
chanaed from about 50% to about 35%. 

Turned first metal oxide layer had a thickness of about 100 nm and a m.nute * rroug , surface 
having thereon micro-pits. The average diameter of the micro-p.ts was ,n the range of from about 10 to 
about 20 nm. 

EXAMPLE 8 

in this example, Example 5 was repeated except that the composition oMhe second co ,at mg mixture 
was changed. In fact, a second coating mixture was prepared by m.x,ng together about 17.2 g o the sihea 
To, o iampie 4. about 0.4 g of T-1 (the doped tin oxide) of Examp.e 4. about 5 g of .sopropy ^ a.coho and 
about 1 g of the fluoroalkylsilane. The second coating mixture contained about 0 73 wt /. of the s.l.con 
compound, about 1.69 wt% of the doped tin oxide and about 4.24 wt% of the fluoroalkyls.lane. 

?he formed first metal oxide layer of Example 8 had a thickness of about 50 nm and .ts surface 
rouohnesfwarsu^ similar to that of Example 5. Furthermore, each of the first metal ox.de .layers 

SJilwS 9 - 15 and comparative 5 - 13 a,so had a thic T s of ab ;Hn .« 

nm and «s Surface roughness was substantially similar to that of Examp.e 5. In othe, "wprds. according to 
SamcJes 8-15 and Comparative Examples 5-13. each of the first motel oxide layers had a m.nutely rough 
Staving hereon micro-pits and micro-projections; the distance between adjacent two ^ 
Tons was about 400 nm; and the average diameter of the micro-pits and micro-projections was about 400 
nm. 

40 EXAMPLE 9 

In this example, Example 5 was repeated except that the coated second film was heated at a 
temperature of about 140 * C for 30 min. 

45 EXAMPLE 10 

,n this example, Example 5 was repeated except that the ™V?*«J^ ^ 'T^Z 
was changed. In fact, a second coating mixture was prepared by m.xing together about 4 g of a sH.ca so 
Tsotvent ethanol). about 0.17 g of T-1 (the doped tin oxide particles) of Examp.e 5, about 18* g o 
sopropy- alcohol I and about 1 g of the fluoroalkylsilane. This silica so. had an average , molecule wjyWd 
about 3^000 and contained 10 wt% of so.id matter. The second coaf ng ^^X^^sZe 
of the silicon compound, about 0.73 wt% of the doped tin oxide and about 4.24 wt% of the fluoroalkyls.lane. 
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about 1.13 g of the fluoroaikylsilane. The second coating mixture contained about 0.18 wt% of the silicon 
compound, about 0.18 wt% of the doped tin oxide and about 20.00 wt% of the fluoroaikylsilane. 

EXAMPLE 12 

5 

- In this example, Example 5 was repeated except .that the composition of- the -second coating mixture 
-was changed and that the coated second layer was heated at a temperature of about 300 B C for about 30 
rnin. 

In fact, a second coating mixture was prepared by mixing together about 4 g of the silica sol of 
io Example 10, about 0.17 g of T-1 (the doped tin oxide particles), about 18.5 g of isopropyl alcohol and about 
0.02 g of the fluoroaikylsilane. The second coating mixture contained about 1.76 wt% of the silicon 
compound, about 0.75 wt% of the doped tin oxide and about 0.10 wt% of the fluoroaikylsilane. 

EXAMPLE 13 

75 

In this example, Example 5 was repeated except that the composition of the second coating mixture 
was changed. 

In fact, a second coating mixture was prepared by mixing together about 17.2 g of the silica sol of 
Example 4, about 0.47 g of T-1 (the doped tin oxide particles), about 5 g of isopropyl alcohol and about 1 g 
20 of the fluoroaikylsilane. The second coating mixture contained about 0.73 wt% of the silicon compound, 
about 2.00 wt% of the doped tin oxide and about 4.22 wt% of the fluoroaikylsilane. 

EXAMPLE 14 

25 In this example, Example 5 was repeated except that the composition of the second coating mixture 
was changed and that the coated second film was heated at a temperature of about 100 *C for about 30 
min. 

In fact, a second coating mixture was prepared by mixing together about 4.92 g of the silica sol of 
Example 10, about 0.17 g of T-1 (the doped tin oxide particles), about 18.5 g of isopropyl alcohol and about 
30 1 g of the fluoroaikylsilane. The second coating mixture contained about 2.00 wt% of the silicon compound, 
about 0.69 wt% of the doped tin oxide and about 4.07 wt% of the fluoroaikylsilane. 

EXAMPLE 15 

35 In this example, Example 5 was repeated except that the composition of the second coating mixture 
was changed. 

In fact, a second coating mixture was prepared by mixing together about 6.27 g of a sol made by 
Catalyst And Chemicals Industry Co., about 5 g of isopropyl alcohol and about 1 g of the fluoroalkyl-silane. 
This sol contained the silicon compound and the doped tin oxide particles (particle size: about 5 nm). This 
40 sol contained 2.5 wt% of solid matter. The second coating mixture contained about 0.57 wt% of the silicon 
compound, about 0.73 wt% of the doped tin oxide and about 8.15 wt% of the fluoroaikylsilane. 

COMPARATIVE EXAMPLE 4 

45 In this comparative example, Example 4 was repeated except that the first silica sol was omitted and 
that only about 200 g of the second silica sol of Example 4 was used as the first coating mixture for the 
preparation of the first layer. 

The formed first metal oxide layer had a thickness of about 150 nm. Although the first layer's surface 
had thereon micro-pits having an average diameter of about 2 nm, the first layer's surface was relatively 

so flat. 

COMPARATIVE EXAMPLE 5 

In this comparative example, Example 5 was repeated except that the composition of the second 
55 coating mixture was changed. In fact, the essential tin oxide particles doped with antimony oxide were 
omitted in this comparative example. The second coating mixture was prepared by mixing together about 1 
g of the silica sol of Example 4, about 5 g of isopropyl alcohol and about 1 g of the fluoroaikylsilane. The 
second coating mixture contained about 0.14 wt% of the silicon compound and about 14.29 wt% of the 
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flU °^ k tmed first metal oxide iayer had a thickness of about 50 nm Similarly, eacr . first metal oxide 
layer according to the aftermentioned Comparative Example 6-13 also had a th.ckness of about 50 nm. 

5 COMPARATIVE EXAMPLE 6 

In this comparative example, Example 5 was repeated except that the composition of the second 
coat ino mixST was changed In fact, the silicon compound content of the second coating mixture was 
h nhl thJ TZ oreferable range (01-2 wt%) of the present invention. The second coatmg mixture was 

p rtic es do'ped wi?h aLony oxide), about 3 g of isopropy. alcohol and about 1 g of the 

The second coating mixture contained about 5.00 wt% of the silicon compound, about 0.12 wt% of the 

doped tin oxide and about 12.48 wt% of the fluoroalkylsilane. 

75 COMPARATIVE EXAMPLE 7 

in this comparative example. Example 5 was repeated except that the composition of the second 
cJna rLu°e w* TcrLged. ta fact, the doped tin oxide content of the second coating mixture gas h.gher 
S2Teferab.e range (0.1-2 wt%) of the present invention. The second coating mixture was prepared 
20 b m xfn ShT about 0.99 g of the silica sol of Example 4. about 0.37 g of T-1 (the tn ox.de part.cles 
nLTrwUh anTmony oxide) about 5 g of isopropyl alcohol and about 1 g of the fluoroalkyls.lane The 
T,cl t^Zi:^ne d about 9 0.14 wt% of the silicon compound, about 5.00 wt% of the doped t, 
oxide and about 14.29 wt% of the fluoroalkylsilane. 

25 COMPARATIVE EXAMPLE 8 

in this comparative example. Example 5 was repeated except that the composition of the second 
coat no mixture was changed. In fact, the fluoroalkylsilane content of the second coatmg m.xture was lower 
SSn *e D^We rLe (0.10-20 wt%) of the present invention. The second coating m,xture was prepared 
30 b m xfn ^ togShLr Sut 0.99 g of the silica sol of Example 4. about 0.01 g of T-1 (the tin ox.de part.c.es 
30 opTZth antimony oxide), about 5 g of isopropy. alcohol and about T^^^^^JJ 
second coating mixture contained about 0.14 wt% of the silicon compound, about 0.14 wt /. of the doped t.n 
oxide and about 0.05 wt% of the fluoroalkylsilane. 

35 COMPARATIVE EXAMPLE 9 

in this comparative example. Example 6 was repeated except that the second layer was heated at a 
temperature of about 60 -C for 30 min. That is. the heating temperature of the second layer was lower than 
the preferable range (100-300 -C) of the present invention. 

40 

COMPARATIVE EXAMPLE 10 

In this comparative example. Example 5 was repeated except that the second layer was heated at a 
temperlre of about 350 -C for 30 min. That is. the heating temperature of the second layer was h.gher 
45 than the preferable range (1 00-300 • C) of the present invention. 

COMPARATIVE EXAMPLE 11 

In this comparative example. Example 5 was repeated except that the composition of the second 
en r D Jno mLu°e !S Twanged In act, the doped tin oxide content of the second coating mixture was lower 
^ L of the present invention. The second coating mixture was prepared 

1 J^SSJ a3 g of the s ica sol of Example 4. about 0.0035 g of T-1 (the tin oxide parties 

second coating mixture contained about 0.14 wt% of the silicon compound, about 0.05 wt/. of the doped t,n 
55 oxide and about 14.28 wt% of the fluoroalkylsilane. 
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COMPARATIVE EXAMPLE 12 

In this comparative example, Example 5 was repeated except that the composition of the second 
coating mixture was changed. In fact, the fluoroalkylsilane content of the second coating mixture was higher 
than the preferable range (0.10-20 wt%) of the present invention. The second -coating mixture was prepared 
by mixing together about 1 g of the silica sol of Example. 4, about-0.01 .-g-of T-1 (the tin oxide -particles 
-doped with antimony- oxide)rabout 4 g of isopropyl alcohol and about 2.15 g of the fluoroalkylsilane. The 
second coating mixture contained about 0.14 wt% of the silicon compound, about 0.14 wt% of the doped tin 
oxide and about 30.00 wt% of the fluoroalkylsilane. 

COMPARATIVE EXAMPLE 13 

In this comparative example, Example 5 was repeated except that the composition of the second 
coating mixture was changed. In fact, the silicon compound content of the second coating mixture was 
lower than the preferable range (0.10-2 wt%) of the present invention. The second coating mixture was 
prepared by mixing together about 0.32 g of the silica sol of Example 4, about 0.01 g of T-1 (the tin oxide 
particles doped with antimony oxide), about 5 g of isopropyl alcohol and about 1 g of the fluoroalkylsilane. 
The second coating mixture contained about 0.05 wt% of the silicon compound, about 0.16 wt% of the 
doped tin oxide and about 15.80 wt% of the fluoroalkylsilane. 

COMPARATIVE EXAMPLE 14 

In this comparative example, the first metal oxide layer was formed on the glass substrate in 
accordance with Example 5 except that the relative humidity of the atmosphere where the first coating 
mixture is applied to the glass substrate was changed to 70%. 

The formed first metal oxide layer had a minutely rough surface having thereon micro-pits and micro- 
projections. The distance between adjacent two micro-projections was about 600 nm. The average diameter 
of the micro-pits and micro-projections was about 600 nm. However, this first layer became opaque in color. 
Therefore, the formation of the second layer was omitted. In contrast the first layers according to Examples 
1-15 and Comparative Examples 1-13 were transparent. Thus, the evaluation tests of Example 4 were not 
conducted on the first metal oxide layer of Comparative Example 14. 
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Table 2 



Example 4 
Example 5 
Example 6 
Example 7 
Example 8 
Example 9 
Example 1 0 
Example 1 1 
Example 12 
Example 13 
Example 14 
Example 15 
Com. Example 4 
Com. Example 5 
Com. Example 6 
Com. Example 7 
Com. Example 8 
Com. Example 9 
Com. Example 10 
Com. Example 11 
Com. Example 12 
Com. Example 13 



Initial Contact Angle (°) 



113 
113 
113 
113 
111 
113 
111 
114 
114 
111 
110 
110 
110 
113 
94 
97 
75 
112 
108 
113 
113 
113 



Contact Angle After 
Weatherability Test (°) 



100 
100 
100 
100 
97 
100 
95 
100 
100 
98 
95 
95 
50 
60 
60 
76 
46 
44 
45 
65 
70 
70 



Contact Angle After 
Durability Test (°) 



100 

100 

100 

100 

100 

100 

100 

100 

100 

100 

100 

100 

70 

100 

80 

80 

60 

70 

70 

100 

100 

100 



According to the third aspect of the present invention, the multilayered water-repellent film has a first 
layer which may be a conventional metal oxide layer having a minutely rough surface having on the surface 
SoSs and/or micro-projections and an improved second water-repellent layer which ,s m aoco^nce 
with the present invention. This combination of the first and second layers provides the multHayered film 
w h superior durability of water repellency. mechanical strength and chemical 

described in the aftermentioned Examples 21-22, it is optional in the present invention to combine the first 
2 SxidXer according to the first aspect of the present invention with the second water-repellent layer 
according to.the third aspect of the present invention. m 

The features of the third aspect of the present invention will be described in the following. 

As is the same as the second aspect of the present invention, the first metal oxide layer according to 
the third aspect of the present invention is not particularly limited to a specific one as long as it has a 
IS rough surface having on the surface micro-pits and/or ^^^1?"™^™ 
metal oxide layer may be a conventional metal oxide layer which is disclosed in JP-A-6-1 6455. This 
i« M metal oxide layer is explained in the above description of the ^J^«^ 
present invention. Furthermore, as is mentioned hereinabove, the above first metal ox.de layer of the firs 
^SS^t invention may be used as the first layer according to the third aspect o Ita p«jert 
invention. Examples of the first metal oxide layer's composition are SiO*. a mixture of Si0 2 and T.0 2 and a 

m ^s°pre^ average diameter of the micro-pits and/or micro-projections formed on the first 

metal oxide layer according to the third aspect of the present invention is in the range of from 5 to 500 nm 
because of the same reasons described in the second aspect of the present invention. 

It is preferable that the first metal oxide layer according to the third aspect of the present invent on has 
a thickness ranging from 10 to 300 nm because of the same reasons described in the second aspect of the 
r " is preferable that the first sol film is heated at a 1»P^^ T£l Him 

about 400 -C for a period ranging from about 5 to about 15 mm so as to ^^*^ e " ^ 
Furthermore, it is preferable that the first gel film is heated at a temperature ranging from about 550 to 650 
• r fnr a neriod ranaina from about 1 to about 10 min. 

According to the present invention, the first metal oxide iayer has a minutely rough surface hav,ng on 
the surface micro-pits 'and/or micro-proiections. A preferable surface roughness of the first meta oxu * .layer 
according to the first, second and third aspects of the present invention will be d.scussed m the followmg. 
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The surface roughness is defined in terms of several parameters. These parameters are maximum height 
(Ry), arithmetical mean roughness (Ra), ten-point mean roughness (Rz), mean spacing of profile ir- 
regularities (Sm) and the like which are described in Japanese Industrial Standard (JIS) B 0601-1994 
corresponding to ISO 468-1982, ISO 3274-1975, ISO 4287/1-1984, ISO 4287/2-1984 and ISO 4288-1985. 
The surface roughness of an object is expressed by each arithmetical mean value of Ry', Ra, Rz.Sm and 
the like which are the parameters expressing the surface roughness at each part sampled randomly from 
-the surface-of -an object (hereinafter referred to as "objective surface"). 

With reference to Rg. 9, determination of Ry will be described in the following. A schematic roughness 
curve 10 is a contour of a section which is perpendicular to the surface of an object. In other words, the 
surface roughness of an object is schematically shown by the roughness curve 10. Designated by numeral 
12 is a mean (center) line of the roughness curve 10. To determine Ry, only a reference (standard) length I 
is sampled from the roughness curve 10 in the direction of the mean line 12. Ry is the sum of Rp and Rv. 
Rp is defined as the distance between the mean line 12 and the top of the highest micro-projection on this 
sampled portion. Rv is the distance between the mean line 12 and the bottom of the deepest micro-pit 
(profile valley). 

One micro-projection (profile peak) is defined as an outwardly directed entity of profile surrounded by 
the roughness curve 10 and the mean line 12 connecting two adjacent points of the intersection made when 
cutting the roughness curve 10 with the mean line 12 (see Fig. 9). One micro-pit is defined as an inwardly 
directed portion of space surrounded by the roughness curve 10 and the mean line 12 connecting two 
adjacent points of intersection made when cutting the roughness curve 10 with the mean line 12 (see Fig. 
9). 

With reference to Fig. 10, determination of Ra is described in the following. Ra means the value 
obtained by the following formula when sampling only the reference length I from the roughness curve 1 0 
in the direction of the mean line 12, taking X-axis in the direction of the mean line 12 and Y-axis in the 
direction of longitudinal magnification of this sampled part and the roughness curve 10 is expressed by y = 
f(x): 




where 1 is the reference length. 

With reference to Fig. 11, determination of Rz is described in the following. To determine Rz, only the' 
reference length I is sampled from the roughness curve 10 in the direction of the mean line 12. As is 
shown in the following formula, Rz is defined as the sum of the average value of absolute values of the 
heights of five highest micro-projections (Yp) and the depths of five deepest micro-pits (Yv) measured in the 
vertical magnification direction from the mean line 12 of this sampled portion: 




where Yp1 , Yp2, Yp3, Yp4 and Yp5 are altitudes of the heights of five highest micro-projections of the 
sampled portion corresponding to the reference length I and Yv1, Yv2, Yv3, Yv4 and Yv5 are altitudes of 
the depths of five deepest micro-pits of the sampled portion corresponding to the reference length I. 

With reference to Rg. 12, determination of Sm is described in the following. To determine Sm, the 
portion equal to the reference length I is sampled from the roughness curve 10 in the direction of the mean 
line 12. Within this sampled portion, the sum of the lengths of mean lines 12 corresponding to one of the 
micro-projections and one micro-pit adjacent to it (hereinafter referred to as "spacing of profile ir- 
regularities") is obtained. As is Shown in the following formula, Sm is defined as the arithmetical mean 
value of many spacings of these irregularities: 
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5 where Smi is a spacing of irregularities, and "n" is number of spacings of irregularity lying within the 

refe Tr P ref?able that the first metal oxide layer's surface according to the present invention has * i value , of 
Ry ranging from 5 to 60 nm. a value of Ra ranging from 2 to 20 nm. a value of Rz ranging from 5 to 55 nm 

,o and a value of Sm ranging from 5 to 700 nm. The values of these parameters can determined with the 
Tbse^fion of the first layer's surface, for example, with a scanning probe microscope (for example 
SP370oT P e -of SEIKO INSTRUMENTS INC. or NV200 type of OLYMPUS OPTICS CO) using ite mode of 
atomic force microscope (AFM). In case that Ry is greater than 60 nm, that Ra .s greater than 20 nm and 
t a^ Vs greater than 55 nm, the micro-pits and or micro-projections on the first layer tend to be desfroyed 

75 by an external force such as abrasion. With this, the multilayered film becomes infenor in durability. In case 
that Ry is less than 5 nm. that Ra is less than 2 nm and that Rz is less than 5 nm. the first layer's surface 

be %The a ^o°re. f !t a is preferable that the first metal oxide layer's surface according to the present invention 
has a value o, skewness (Rsk) not smaller than 0. The value of Rsk is defined by the following formula: 

20 

Rsk = /{f(x)-f a (x)} 3 dx/(RMS) 3 t 

where f(x) represents the roughness curve 10. f a (x) represents the mean line 12 RMS represents a so- 
cked standard deviation of the surface roughness, and 1 is the reference length (see Rg. 9). RMS ,s 
25 defined by the following formula: 

RMS = [/{f(x)-f a (x)} 2 dx/t] 1/2 

where f(x) represents the roughness curve 10. f a (x) represents the mean line 12 and I is the reference 
TengS (see Rg. 9). Rsk is a parameter which statistically shows if the surface has many '".cro-projectons 
which are sharp in shape, over the mean line 12. or if the surface has many deep valleys. In the forme 
ca e Rsk s JLer than 0. In the latter case. Rsk is smaller than 0. With this, the secon ^water-repellent 
teyer" is not sufficiently held on the first layer. Thus, the second layer becomes .nferior ir , durab, ,ty. In i the . 
nresent application, the above-mentioned term of the deep valley is used as being different from the m.cro- 
pft S ™« shape of the deep valley is similar to that of a hole made by the etchmg with hydrofiuor, 
acid on a flat surface. If the surface has no sharp micro-projection nor deep valley and the surface 
rauQhness is symmetrical about the mean line 12. Rsk is 0. It is more preferable that the value of Rsk s 0 
or a value whichTs greater than and close to 0. With this, the first layer's surface has numerous corneal 
micro-projections which are not too sharp in shape (see Rg. 1). nracant 
Still furthermore it is preferable that the first metal oxide layer's surface accord.ng to the present 
invenl nas a value d! kurtosis (Rkr) not less than 3. The value of Rkr is defined by the fol.ow.ng formula: 

Rkr = /{f(x)-f a (x)}*dx/(RMS)H 

« where f(x) represents the roughness curve 10. f a (x) represents the mean line 12. RMS represents the 
Standard deviation of the surface roughness as defined above, and I is the reference length 
the value of Rkr is smaller than 3. contact area between the first and second ayers becomes too smalL 
Thus he multilayered film becomes inferior in durability of water repellency. It is more preferable that 
lalue of R^r is 3 or a value which is greater than and close to 3. With this, the first layer's surface has 
so numerous micro-projections Which are desirably sharp in shape (see Rg.1). 

T a conventional SiO, layer of which surface is flat is etched with hydrofluoric acid the etahe layer 
becomes minutely rough (see Fig. 2). However, the etched layer's surface is not desirably rough. In fact, 
the v r e s o Rsk and Rkr of the etched layer become less than 0 and less than 3, respectively, br this 
"water-repellent layer can not be sufficiently held on the etched layer. Thus, the formed multilayered 

" mm XX:^VZX. of the present invention is prepared by a method 
comoriLa the steps of (a) preparing a second coating mixture by mixing together a fluoroalkyls.lane, tin 
^ doped with an'timony oxide, a silicon compound, water, an organic solvent and an acd; (b) 
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applying the* second coating mixture to the first metal oxide layer so as to form a second layer on the first 
layer; and (c) heating the second layer at a temperature ranging from 100 to 400 ■ C. 

It should be noted that the above descriptions concerning the fluoroalkylsilane, the doped tin oxide 
particles, the silicon compound and the organic solvent according to the second aspect of the present 
invention are also applicable to or true of these substances according to the third aspect of the present 
..invention, except .the following. 

It is . preferable that the, second coating mixture contains 0.04-2 wt% of the doped tin oxide particles "so 
as to improve durability of water repellency of the second layer. If it is less than 0.04 wt%, this 
improvement becomes less. If it is greater than 2 wt%, the desired water repellency can not be obtained. 

It is preferable that the second coating mixture contains 0.03-2 wt% of the silicon compound so as to 
stably hold the doped tin oxide fine particles on the first layer. If it is less than 0.03 wt%, the effect of the 
silicon compound addition becomes insufficient. If it is greater than 2 wt%, the desired water repellency can 
not be obtained. 

It is preferable that the second coating mixture contains 0.005-1 5 wt% of water. If it is less than 0.005 
wt%, hydrolysis of the fluoroalkylsilane does not proceeds sufficiently. Thus, the multilayered film becomes 
insufficient in water repellency. If it is greater than 15 wt%, polycondensation of the fluoroalkylsilane itself or 
between the fluoroalkylsilane and the silicon compound tends to occur. The thus formed polycondensation 
product will flocculate in the second coating mixture. With this, the multilayered film becomes insufficient in 
water repellency, and stability of the second coating mixture during its storage will become low. 

The acid for the preparation of the second layer serves as a catalyst for hydrolyzing the fluoroalkyl- 
silane. Examples of the acid are sulfuric acid, nitric acid, hydrochloric acid, phosphoric acid, aromatic 
sulfonic acids and aliphatic sulfonic acids. More preferable examples of the acid are strong acids such as 
sulfuric acid, nitric acid and hydrochloric acid. 

It is preferable that the second coating mixture contains the acid so as to control the molar ratio of the 
acid to the fluoroalkylsilane within a range of from 5.0 X 10" 4 : 1 to 2.0 X 10" 2 : 1. If it is less than 5.0 X 
10~\ the effect of the acid addition becomes insufficient. If it is greater than 2.0 X 10~ 2 : 1, polyconden- 
sation of the fluoroalkylsilane itself or between the fluoroalkylsilane and the silicon compound tends to 
occur. The thus formed polycondensation product will flocculate in the second coating mixture. With this, 
the multilayered film becomes insufficient in water repellency, and stability of the second coating mixture 
during its storage will become low. 

It is preferable that the second layer is heated at a temperature ranging from 100 to 400 "C for a 
period ranging from about 20 to about 40 min. If it is lower than 100 *C or higher than 400 *C, durability of 
water repellency of the second layer does not improve. The heating temperature of the second layer is 
more preferably in a range from 150 to 350 • C and still more preferably in a range from 200 to 300 • C. 

As the coating method of the second coating mixture, it is usual to use dip coating, spraying, flow 
coating or spin coating. 

The following nonlimitative Examples 16-28 are in accordance with the third aspect of the present 
invention, and the following Comparative Examples 15-26 are not in accordance with the third aspect of the 
present Invention. 

EXAMPLE 16 

In this example, the process of forming the first metal oxide layer on the glass substrate in accordance 
with Example 4 was repeated. The thus formed first metal oxide layer had a thickness of about 100 nm after 
the heating at a temperature of about 600 • C. The first layer's surface was observed with a scanning probe 
microscope of Type NV2.000 of OLYMPUS OPTICS CO. using a mode of an atomic force microscope, a 
scanning line number of 256 and a scanning size of 4,000 nm. With this observation, it was found that the 
first layer's surface was minutely rough and had numerous micro-pits and micro-projections. The values of 
Ry, Ra, Rz and Sm of the first layer's surface were 23.9 nm, 6.2 nm, 22.1 nm and 621 nm, respectively. 
The diameters of the micro-pits and micro-projections were not larger than about 672 nm. The average 
diameter of the micro-pits and micro-projections was about 50 nm. Rsk and Rkr of the first layer's surface 
were respectively satisfactory. That is, the values of Rsk and Rkr were respectively in the preferable ranges. 
In other words, the value of Rsk was in a range which is not lower than and close to 0, and the value of Rkr 
was in a range which is not lower than and close to 3. 

A second water-repellent layer of the third aspect of the present invention was formed on the first metal 
oxide layer in accordance with the following steps. A second coating mixture (the total weight; 8.13 g) was 
prepared by mixing together 1 g of a silica sol (solvent: ethanol) as the silicon compound, 0.01 g of T-1 (the 
tin oxide fine particles doped with antimony oxide), 5.72 g of isopropyl alcohol, 1 g of the fluoroalkylsilane, 
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0 2 g of a nitric acid aqueous solution (pH: 1.5) and 0.2 g of water. The silica sol had an average molecular 
weight of about 3,000 and contained 1 wt% of solid matter. After the mixing of these substances, the 
second coating mixture was stirred for about 30 min. The thus prepared second coating mixture contained 
0 12 wt% of the silicon compound, 0.12 wt% of the doped tin oxide, 12.3 wt% of the fluoroalkylsilane. 82.54 
wt% of the organic solvent and 4.92 wt% of water. The molar ratio of the acid to the fluoroalkylsilane was 
3 70 X 10~ 3 • 1 Then the second coating mixture was applied to the first layer, in the same atmosphere as 
that of the application of the first coating mixture, so as to form a second film on the first layer. Then, the 
thus coated glass substrate was heated at a temperature of about 250 • C for about 30 min so as to form a 
second water-repellent layer on the first metal oxide layer. 

To evaluate water repellency of the film, the contact angle of water drop on the film was measured by a 
contact angle meter in the atmosphere of a temperature of about 25 * C. 

To evaluate the durability and weatherability of the multilayered film, the same durability and weather- 
ability tests as those of Example 4 were conducted. The test results are shown in Table 3. 

Even one month after the preparation of the second coating mixture, it was found that the stored 
second coating mixture was stable. That is, flocculation did not occur and the tin oxide particles were well 
dispersed in the second coating mixture. 

Each of the glass substrates having thereon the multilayered water-repellent films in accordance with 
the following Examples 17-28 and Comparative Examples 15-26 was also subjected to the same tests of 
Example 4. The results are shown in Table 3. 

EXAMPLE 17 

In this example, the first metal oxide layer was formed in accordance with Example 5. The second 
water-repellent layer was formed in accordance with Example 16 except that the composition of the second 

2S coating mixture was changed. In fact, the second coating mixture (the total weight: 1 000.0 g) was prepared 
by mixing together 100 g of the silica sol of Example 16, 1 g of T-1. 888 g of isopropyl alcohol, 1 1 g of the 
fluoroalkylsilane, 0.2 g of the nitric acid aqueous solution (pH: 1.5) and 9.8 g of water. The second coating 
mixture contained 0.1 wt% of the silicon compound, 0.1 wt% of the doped tin oxide particles, 0.1 wt A of 
the fluoroalkylsilane, 98.7 wt% of the organic solvent and 1 wt% of water. The molar rat.o of the ac.d to the 

30 fluoroalkylsilane was the same as that of Example 16. 

The first metal oxide layer had a thickness of about 50 nm. Its surface was observed with the same 
microscope as that of Example 16. With this observation, it was found that the first layer's surface was 
minutely rough and had numerous micro-pits and micro-projections. The values of Ry, Ra Rz and Sm o 
the first layer's surface were 12.2 nm, 3.4 nm, 11.0 nm and about 423 nm, respectively. The diameters of 

35 the micro-pits and micro-projections ware not larger than about 510 nm The average dia meter ^ ™J°" 
pits and micro-projections was about 400 nm. As is the same as Example 16, Rsk and Rkr of the first 
layer's surface were respectively satisfactory. 
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EXAMPLE 18 

In this example, the first metal oxide layer was formed in accordance with Example 6 The second 
water-repellent layer was formed in accordance with Example 16 except that the composite of the second 
coating mixture was changed. In fact, the second coating mixture (the total weight: 5.0 g) was prepared by 
mixing together 1 g of the silica sol of Example 16. 0.01 g of T-1, 2.59 g of .sopropyl alcohol, 1 g of the 
fluoroalkylsilane, 0.2 g of the nitric acid aqueous solution (pH: 1.5) and 0.2 g of water. The second coating 
mixture contained 0.2 wt% of the silicon compound, 0.2 wt% of the doped tin oxide particles, 20 wt h of the 
fluoroalkylsilane. 71.6 wt% of the organic solvent and 8 wt% of water. The molar ratio of the acid to the 
fluoroalkylsilane was the same as that of Example 16. The second coaling mixture was stable dunng its 
storaqe as that of Example 16. 

The first metal oxide layer had a thickness of about 60 nm. Its surface was observed with the same 
microscope as that of Example 16. With this observations it was found that the first layer's surface was 
minutely rough and had numerous micro-pits and micro-projections. The values of Ry, Ra Rz and Sm of 
the first layer's surface were 11.1 nm, 2 nm. 10.0 nm and about 358 nm. respectively. The diameters of the 
micro-projections were in a range of from about 380 to about 500 nm, and the average diameter of those 
was about 400 nm. As is the same as Example 16. Rsk and Rkr of the first layer's surface were respectively 
satisfactory. 
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EXAMPLE 19 

In this example, the first metal oxide layer was formed in accordance with Example 7. The second 
water-repellent layer was formed in accordance with Example 16 except that the composition of the second 

s coating mixture was changed. In fact, the second, coating -mixture (the'total weight: 25.00 g) was prepared 
-by mixing-together 1 g of the silica sol of Example 16, -O&i.&ofT-l-; 22.59'Q'Of-isopropyl alcohol, 4 g^of the 
-fluoroalkylsilane; 0r2 g' of the nitric acid aqueous solution (pH: 1.5) and 0.2 g of water. The second coating 
mixture contained 0.04 wt% of the silicon compound, 0.04 wt% of the doped tin oxide particles, 4 wt% of 
the fluoroalkylsilane, 94.32 wt% of the organic solvent and 1 .6 wt% of water. The molar ratio of the acid to 

70 the fluoroalkylsilane was the same as that of Example 16. The second coating mixture was stable during its 
storage as that of Example 16. 

The first metal oxide layer had a thickness of about 80 nm. Its surface was observed with the same 
microscope as that of Example 16. With this observation, it was found that the first layer's surface was 
minutely rough and had numerous micro-pits and micro-projections. The values of Ry, Ra, Rz and Sm of 

75 the first layer's surface were 20.2 nm, 4.3 nm, 18.3 nm and about 452 nm, respectively. The diameters of 
the micro-pits and/or the micro-projections were in a range of from about 10 to about 50 nm, and the 
average diameter of those was about 30 nm. As is the same as Example 16, Rsk and Rkr of the first layer's 
surface were respectively satisfactory. 

20 EXAMPLE 20 

In this example, Example 1 was substantially repeated for preparing the first metal oxide layer except 
that the third sol of Example 1 was omitted. In fact, the first and second sols of Example 1 were diluted with 
350 g of isopropyl alcohol. This mixture was stirred at room temperature for about 10 hr, thereby preparing 

25 a first coating mixture. The molar ratio of the solid matter (polymer) contained in the second sol to that 
contained in the first sol was 3.5:1 on a metal oxide basis. 

Then, the first coating solution was applied to the glass substrate by dip coating in an atmosphere of a 
temperature of about 23 *C and a relative humidity of about 50% so as to form thereon a first sol film. The 
thus coated glass substrate was heated at a temperature of about 100 *C for about 30 min. With this, a 

30 SI02 gel film having a thickness of about 150 nm was formed on the glass substrate. Then, it was heated at 
a temperature of about 600 • C for about 3 min. With this, a first metal oxide layer of Si0 2 having a 
thickness of about 90 nm was formed on the glass substrate. The first metal oxide layer's surface was 
observed with the same microscope as that of Example 16. With this observation, it was found that the first 
layer's surface was minutely rough and bad numerous micro-pits and micro-projections. The values of Ry,' 

35 Ra, Rz and Sm of the first layer's surface were 35.5 nm, 7.8 nm, 33.1 nm and not larger than about 657 nm, 
respectively. The diameters of the micro-pits and micro-projections were in a range of from about 10 to 
about 50 nm, and the average diameter of those was about 30 nm. As is the same as Example 16, Rsk and 
Rkr of the first layer's surface were respectively satisfactory. 

A second water-repellent layer was formed in accordance with Example 16 except that the composition 

40 of the second coating mixture was changed. In fact, the second coating mixture (the total weight: 8.00 g) 
was prepared by mixing together 1 g of the silica sol of Example 16, 0.16 g of T-1, 5.44 g of isopropyl 
alcohol, 1 g of the fluoroalkylsilane, 0.2 g of the nitric acid aqueous solution (pH: 1 .5) and 0.2 g of water. 
The second coating mixture contained 0.12 wt% of the silicon compound, 2 wt% of the doped tin oxide 
particles, 12.5 wt% of the fluoroalkylsilane, 80.38 wt% of the organic solvent and 5 wt% of water. The molar 

45 ratio of the acid to the fluoroalkylsilane was the same as that of Example 16. The second coating mixture 
was stable during its storage as that of Example 16. 

EXAMPLE 21 

so In this example, Example 20 was modified with respect to the first coating mixture's composition for 
preparing the first metal oxide layer. In fact, the first metal oxide layer was formed on a glass substrate in 
accordance with Example 20 by using the first coating mixture according to Example 1 containing the first, 
second and third sols. The first metal oxide layer of a mixture of Si0 2 and TiCk had a thickness of about 70 
nm. the first metal oxide layer's surface was observed with the same microscope as that of Example 16. 

55 With this observation, it was found that the first layer's surface was minutely rough and had numerous 
micro-pits and micro-projections. The values of Ry, Ra, Rz and Sm of the first layer's surface were 15.8 nm, 
4.7 nm, 14.4 nm and about 488 nm, respectively. The diameters of the micro-pits and micro-projections 
were in a range of from about 10 to about 50 nm, and the average diameter of those was about 30 nm. As 
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is the same as Example 1 6. Rsk and Rkr of the first layer's surface were respectively satisfactory. 

A second water-repellent layer was formed in accordance with Example 16 except that the composrt.on 
of the second coating mixture was changed. In fact, the second coating mixture (the total weight: 50.0 g 
wa by mixing together 2 g of the silica sol of Exampie 16, 0.01 g 

alcohol 1 q of the fluoroalkylsilane. 0.2 g of the nitric acid aqueous -solut.on (pH. 1.5) and 0 2 g of water. 
The s c nd -ting mixture" contained 0.125 wt % of the si.icon compound. 0.125 wt% ,6t the doped tin 
oxide oarticles 12 5 wt% of the fluoroalkylsilane. 86.245 wt% of the organ.c solvent and 0.005 wU of 
water. The Tola: ratio of the acid to the fluoroalkylsilane was 5.60 X 10"3 : 1. The second coating mixture 
was stable during its storage as that of Example 16. 



70 



EXAMPLE 22 



In this example. Example 20 was modified with respect to the first coating mixture s composition for 
oreoarina the fS metal oxide layer. In fact, the first metal oxide layer was formed on a glass substrate m 
SSSi^Ewte^O by using the first coating mixture according to Example 3 containing the first 
econd and SdSs! The firstmeta. oxide .ayer of a mixture of Si0 2 and TiO, had a ^e^about 50 
nm The first metal oxide layer's surface was observed with the same microscope as that of Example 18 
Zh ^ observation, it was found that the first .ayer's surface was minutely rough and had numerous 
micro pite and micro-projections. The values of Ry. Ra, Rz and Sm of the first layer's surface were 17.8 nm 

to 53 ^ 62 nm and about 414 nm. respectively. The diameters of the micro-pits and inKn^ 
wereTn a range of from about 10 to about 50 nm. and the average diameter of those was about 30 nm. As 
Tthe same as Example 16. Rsk and Rkr of the first layer's surface were respectively satisfactory. 

I se^no wSr repellent layer was formed in accordance with Example 16 except that the cornposifion 
of the s^nd tlgmixture was changed. In fact, the second coating .mixture tot we,gh t ttttf 

25 was prepared by mixing together 1 g of the silica sol of Example 16.0.01 go T-1 3.21 g id Nsopropyl 
alcohol 1 g of the fluoroalkylsilane, 0.2 g of the nitric acid aqueous solution (pH: 1 .5) and 1 g of water The 
Send coating mixture contained 0,25 wt % of the silicon compound. 0 .12 5 w^ of th^ dopec U,n oxid 
oarticles 12 5 wt% of the fluoroalkylsilane. 72.25 wt% of the organ.c solvent and I 15 wt/o of water The 
m^ar ratio of me acid to the fluoroalkylsilane was the same as that of Example 16. The second coating 

30 mixture was stable during its storage as that of Example 16. 

EXAMPLE 23 

In this example. Example 16 was repeated except that the composition of the second coating mixture 
3S was chanaed in feet the second coating mixture (the total weight: 8.00 g) was prepared by mixing together 
T g onhe Q s?.ica o?o Example 16. 0.0? g of T-1. 5.59 g of isopropyl alcohol 1 g of the ;<£n£^ 
0.11 o of the nitric acid aqueous solution (pH: 1.5) and 0.29 g of water. The second coatngi ™*ure 
contained 0.125 wt% of the silicon compound. 0.125 wt% of the doped In, ox.de partes , 12.5 wt/o of the 
fLroalkvlsilane 82 25 wt% of the organic solvent and 5 wt% of water. The molar rat.o of the ^.d to the 
<o JlZSS^tlO X 10- : 1 'The second coating mixture was stable during its storage as that of 

EXa TUe first metal oxide layer of Si0 2 had a thickness of about 100 nm. The first metal oxide layer's 
surface wa obs 3 ^ with the same microscope as that of Example 16. With this observation. ,t ^ found 
that the^st layer's surface was minutely rough and had numerous micro-pits and >™W£^Tto 
« values of Ry. Ra. Rz and Sm of the first layer's surface were 23.9 nm 6 2 nm. 22 1 1 nm and about672 nm 
respectively The average diameter of the micro-pits and micro-projections was about SO nm. As is the 
same as Example 16. Rsk and Rkr of the first layer's surface were respectively satisfactory. 

EXAMPLE 24 

50 m this examole Example 18 was repeated except that the composition of the second coating mixture 
JlZe^^L d coating'mixture (the total weight: 8.00 g) ~^»££*gZ 
1 n of the silica sol of Example 16. 0.01 g of T-1, 5.59 g of isopropyl alcohol. 1 g of the fluoroalkylsilane 
and 0 4 g S thenic add aqueous soluSon (pH: 1.5). Each component's content of the second ^coating 

S5 mixture by w1% was the same as that of Example 23. The molar ratio of the acid tc >*°^°^™ 
wWl 90 X 10"* • 1. The second coating mixture was stable during its storage as that of Example 6. 

The firs meta oxide layer of Si0 2 had a thickness of about 60 nm. The first metal ox.de 'ayer's surface 
gashed wi h the same microscope as that of Example 16. With this observation, ,t was found that the 
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first layer's surface was minutely rough and had numerous micro-pits and micro-projections. The values of 
Ry, Ra, Rz and Sm of the first layer's surface were 11.1 nm, 2.0 nm, 10.0 nm and about 358 nm, 
respectively- The average diameter of the micro-pits and micro-projections was about 400 nm. As is the 
same as Example 16. Rsk and Rkr of the first layer's surface were respectively satisfactory. 

5 

EXAMPLE 25 

In this example, Example 17 was repeated except that the composition of the second coating mixture 
was changed. In fact, the second coating mixture (the total weight: 24.0 g) was prepared by mixing together 

70 0.75 g of the silica sol of Example 16, 0.01 g of T-1, 22.84 g of isopropyl alcohol, 1 g of the 
fluoroalkylsilane, 0.2 g of the nitric acid aqueous solution (pH: 1.5) and 0.2 g of water. The second coating 
mixture contained 0.03 wt% of the silicon compound, 0.04 wt% of the doped tin oxide particles, 4 wt% of 
the fluoroalkylsilane, 94.33 wt% of the organic solvent and 1.6 wt% of water. The molar ratio of the acid to 
the fluoroalkylsilane was 1.90 X 10" 3 : 1. The second coating mixture was stable during its storage as that 

75 of Example 16. 

The first metal oxide layer of Si0 2 had a thickness of about 50 nm. The first metal oxide layer's surface 
was observed with the same microscope as that of Example 16. With this observation, it was found that the 
first layer's surface was minutely rough and had numerous micro-pits and micro-projections The values of 
Ry, Ra, Rz and Sm of the first layer's surface were 12.2 nm, 3.4 nm, 11.0 nm and about 510 nm, 
20 respectively. The average diameter of the micro-pits and micro-projections was about 400 nm. As is the 
same as Example 16, Rsk and Rkr of the first layer's surface were respectively satisfactory. 

EXAMPLE 26 

25 In this example, Example 19 was repeated except that the composition of the second coating mixture 
was changed. In fact, the second coating mixture (the total weight: 8.00 g) was prepared by v mixing together 
1.6 g of the silica sol of Example 16, 0.01 g of T-1, 4.99 g of isopropyl alcohol, 1 g of the fluoroalkylsilane, 

0. 2 g of the nitric acid aqueous solution (pH: 1 .5) and 0.2 g of water. The second coating mixture contained 
2 wt% of the silicon compound, 0.12 wt% of the doped tin oxide particles, 12.5 wt% of the fluoroalkylsilane, 

30 80.38 wt% of the organic solvent and 5 wt% of water. The molar ratio of the acid to the fluoroalkylsilane 
was 1.90 X 10" 3 : 1. The second coating mixture was stable during its storage as that of Example 16. 

The first metal oxide layer of Si0 2 had a thickness of about 80 nm. The first metal oxide layer's surface 
was observed with the same microscope as that of Example 16. With this observation, it was found that the 
first layer's surface was minutely rough and had numerous micro-pits and micro-projections. The values of 1 

35 Ry, Ra, Rz and Sm of the first layer's surface were 20.2 nm, 4.3 nm, 18.3 nm and about 452 nm, 
respectively. The average diameter of the micro-pits and micro-projections was about 30 nm. As is the 
same as Example 16, Rsk and Rkr of the first layer's surface were respectively satisfactory. 

EXAMPLE 27 

40 

In this example, Example 16 was repeated except that the composition of the second coating mixture 
was changed. In fact, the second coating mixture (the total weight: 7.4 g) was prepared by mixing together 
1 g of a sol made by Catalyst and Chemicals Industry Co., 5 g of isopropyl alcohol, 1 g of the 
fluoroalkylsilane and 0.4 g of the nitric acid aqueous solution (pH: 1.5). This sol contained 2.5 wt% of solid 
45 matter. In more detail, this sol contained 1.11 wt% of the silicon compound and 1.39 wt% of the doped tin 
oxide particles (particle size: about 5 nm). The second coating mixture contained 0.15 wt% of the silicon 
compound, 0.19 wt% of the doped tin oxide particles, 13.51 wt% of the fluoroalkylsilane, 80.75 wt% of the 
organic solvent and 5.4 wt% of water. The molar ratio of the acid to the fluoroalkylsilane was 7.40 X 10~* : 

1. The second coating mixture was stable during its storage as that of Example 16. 

so The first metal oxide layer of Si0 2 had a thickness of about 100 nm. The first metal oxide layer's 
surface was observed with the same microscope as that of Example 16. With this observation, it was found 
that the first layer's surface was minutely rough and had numerous micro-pits and micro-projections. The 
values of Ry, Ra, Rz and Sm of the first layer's surface were 23.9 nm, 6.2 nm, 22.1 nm and about 672 nm, 
respectively. The average diameter of the micro-pits and micro-projections was about 50 nm. As is the 

55 same as Example 1 6, Rsk and Rkr of the first layer's surface were respectively satisfactory. 
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EXAMPLE 28 



In this example, Example 17 was repeated except that the composition of the second coating mixture 
was changed In fact, the second coating mixture (the total weight: 27.4 g) was prepared by mixing together 
T g of «ie so. of Example 27. 25 g of isopropy. alcohol. 1 g of the fiuoroalkylsilane and 0 4 g of the n,tnc 
add aqueous solution (pH: 1.5). The second coating mixture contained 0.04 wt% of the silicon compound 
I OS S o? the doped tin oxide particles. 3.65 wt% of the fiuoroalkylsilane, 94.8 wt% of the organic solvent 
and 1 46 vvt% of water. The molar ratio of the acid to the fiuoroalkylsilane was 7.40 X 10- : 1. The second 
rnatina mixture was stable during its storage as that of Example 16. 

The Ti 3 meS oxide layer o? Si0 2 had a thickness of about 50 nm. The first metal ox.de layer's surface 
was observed with the same microscope as that of Example 16. With this observation, . was founc thaT he 
Trst layer's surface was minutely rough and had numerous micro-pits and micro-projections. The values of 
Rv R Rz and Sm of the first layer's surface were 12.2 nm. 3.4 nm. 11.0 nm and about 423 nm. 
respecti'vSy The average diameter of the micro-pits and micro-projections was about 400 nm. As ,s the 
same as Example 16. Rsk and Rkr of the first layers surface were respectively satisfactory. 

COMPARATIVE EXAMPLE 15 

in this comparative example, the first metal oxide layer was formed on a glass substrate in accordance 
with Comparative Example 4. That is. the first silica sol of Example 4 was omitted and only about 200 g of 
The second silica sol of Example 4 was used as the first coating mixture for the preparation of the first laye . 

formed first meta. oxide layer of Si0 2 had a thickness of about 150 nm. Although the first layer's 
su Joe ^thereon micro-pits having an average diameter of about 2 nm. the first layer's surface was 

^'^second water-repellent layer was formed in accordance with Example 16 except that the composi- 
tion oflhe ^second coating mixture was changed. The fiuoroalkylsilane content of the second coating mixture 
was lower than the preferable range (0.10-20 wt%) of the present invention. In fact, the second I coating 
mSurefth total weight: 1000.5 g) was prepared by mixing together 100 g of the silica so of Example 16. 
TTo T- So g o -propyl alcohol. 0.5 g of the fiuoroalkylsilane and 0.2 g of the rntnc acd aqueous 
r\°l mu -i w and 98o of water The second coating mixture contained 0.1 wt% of the silicon 
SSSTai 3»" of the dCToxide particles. 0.05 & of the ^^^^^ 
organic solvent and 1 wt% of water. The molar ratio of the acid to the fiuoroalkylsilane was 3.70 X 10 .1. 

COMPARATIVE EXAMPLE 16 

In this comparative example. Comparative Example 15 was repeated except that the composition of the 
second TcoSnc Sure was changed The fiuoroalkylsilane content of the second coating mixture was 
hS than *e pSeble range (0 10-20 wt%) of the present invention. In fact, the second coating mixture 
5a weight^ * Q) was prepared by mixing together 1 g of the silica so, of Example 16 0*1 g of T-1 
59 o of isopropyl alcohol. 1 g of the fiuoroalkylsilane. 0.2 g of the nitric acid aqueous solution , (pH 1 .5 
In 2 0 o water The second coating mixture contained 0.25 wt% of the silicon compound 0.25 wt%of 
the doped tin oxide particles. 25 wt% of the fiuoroalkylsilane. 64.5 wt% of the organic solvent and 10 wt/o 
nf water The molar ratio of the acid to the fiuoroalkylsilane was 3.70 X 1 0 : 1 . 

The £med Tst metal oxide layer was substantially the same as that of Comparative Example 15 in 

" ^Ts"^Tco M not be uniformly applied to the first met, oxide layer because the 
solvent contem of the second coating mixture was too low and the second coating mixture mcreased .n 
visco^ ' F^ore. about three days after the preparation of the second coating m.xture. flocculation 
occurred and the tin oxide particles precipitated in the second coating mixture. 

so 

COMPARATIVE EXAMPLE 17 

in this comparative example. Comparative Example 15 was repeated except that the composition of the 
second co^q mixture was changed. The doped tin oxide particles content of the second coating mixture 
55 was owe Tan The Referable range (0.04-2 wt%) of the present invention. In fact the second coating 
mLreTtotal weight: 50.0 g) was prepared by mixing together 2 g of the silica sol of Example 16 0.01 g of 
T- 46 5 oTisopropyl alcohol, 1 g of the fiuoroalkylsilane. 0.2 g of the nitric acid aqueous solution feH: 
15)' and 0 2 g of water The second coating mixture contained 0.04 wt% of the silicon compound. 0.02 wt% 
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of the doped tin oxide particles, 2 wt% of the fluoroalkylsilane, 97.14 wt% of the organic solvent and 0.8 
wt% of water. The molar ratio of the acid to the fluoroalkylsilane was 3.70 X 10" 3 : 1. 

The formed first metal oxide layer was substantially the same as that of Comparative Example 15 in 
thickness and surface configuration. 



- COMPARATIVE EXAMPLE 18 

In this comparative example, Comparative Example 15 was repeated except that the composition of the 
second coating mixture was changed. The doped tin oxide particles content of the second coating mixture 

70 was higher than the preferable range (0.04-2 wt%) of the present invention. In fact, the second coating 
mixture (total weight: 8.00 g) was prepared by mixing together 1 g of the silica sol of Example 16, 0.2 g of 
T-1, 5.4 g of isopropyi alcohol, 1 g of the fluoroalkylsilane, 0.2 g of the nitric acid exitous solution (pH: 1.5) 
and 0.2 g of water. The second coating mixture contained 0.12 wt% of the silicon compound, 2.5 wt% of 
the doped tin oxide particles, 12.5 wt% of the fluoroalkylsilane, 79.88 wt% of the organic solvent and 5 wt% 

75 of water. The molar ratio of the acid to the fluoroalkylsilane was 3.70 X 10~ 3 : 1 . 

The formed first metal oxide layer was substantially the same as that of Comparative Example 15 in 
thickness and surface configuration. 

COMPARATIVE EXAMPLE 19 



In this comparative example, the first metal oxide layer was formed in accordance with Example 5. The 
second water-repellent layer was formed in accordance with Example 16 except that the composition of the 
second coating mixture was changed. The water content of the second coating mixture was lower than the 
preferable range (0.005-15 wt%) of the present invention. In fact, the second coating mixture (the total 

25 weight: 80.005 g) was prepared by mixing together 10 g of the silica sol of Example 16, 0.1 g of T-1, 59.9 g 
of isopropyi alcohol, 10 g of the fluoroalkylsilane and 0.005 g of a 60% nitric acid aqueous solution. The 
second coating mixture contained 0.125 wt% of the silicon compound 0.125 wt% of the doped tin oxide 
particles, 12.5 wt% of the fluoroalkylsilane, 87.247 wt% of the organic solvent and 0.003 wt% of water. The 
molar ratio of the acid to the fluoroalkylsilane was 2.80 X 10~ 3 . 

30 The first metal oxide layer of Si0 2 had a minutely rough surface having micro-pits and micro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 20 

35 In this comparative example, the first metal oxide layer was formed in accordance with Example 5. The 
second water-repellent layer was formed in accordance with Example 16 except that the composition of the 
second coating mixture was changed. The water content of the second coating mixture was higher than the 
preferable range (0.005-15 wt%) of the present invention. In fact, the second coating mixture (the total 
weight: 8.00 g) was prepared by mixing together 1 g of the silica sol of Example 16, 0.01 g of T-1, 4.39 g of 

40 isopropyi alcohol, 1 g of the fluoroalkylsilane and 0.2 g of the nitric acid aqueous solution (pH: 1.5) and 1.4 
g of water. The second coating mixture contained 0.125 wt% of the silicon compound, 0.125 wt% of the 
doped tin oxide particles, 12.5 wt% of the fluoroalkylsilane, 67.25 wt% of the organic solvent and 20 wt% of 
water. The molar ratio of the acid to the fluoroalkylsilane was 3.70 X 10" 3 . About one day after the 
preparation of the second coating mixture, .flocculation occurred and the tin oxide particles precipitated in 

45 the second coating mixture. 

The first metal oxide layer of Si0 2 had a minutely rough surface having micro-pits and micro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 21 



In this comparative example, the first metal oxide layer was formed in accordance with Example 5. The 
second water-repellent layer was formed in accordance with Example 16 except that the composition of the 
second coating mixture was changed. In fact, the second coating mixture (the total weight: 8.00 g) was 
prepared by mixing together 1 g of the silica sol of Example 16, 0.01 g of T-1, 5.59 g of isopropyi alcohol, 1 
55 g of the fluoroalkylsilane 0.05 g of a nitric acid aqueous solution (pH: 2.1) and 0.35 g of water. The second 
coating mixture contained 0.125 wt% of the silicon compound, 0.125 wt% of the doped tin oxide particles, 
12.5 wt% of the fluoroalkylsilane, 82.25 wt% of the organic solvent and 5 wt% of water. The molar ratio of 
the acid to the fluoroalkylsilane was 2.30 X 10~ 4 . This value was lower than the preferable range (from 5 X 
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10"* to 2 X 10 -2 ) of the present invention. 

The first metal oxide layer of Si0 2 had a minutely rough surface having micro-pits and m,cro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 22 

In this comparative example, the first metal oxide layer was formed in accordance with Example 5 The 
second water-repellent layer was formed in accordance with Example 16 except that the composition of the 
second coating mixture was changed. In fact, the second coating ^^J^^^^ 
prepared by mixing together 1 g of the silica sol of Example 16. 0.01 g of T-1 5.59 g of ■sopropyl alcoho 1 
g of the fluoroalkylsilane and 0.4 g of a nitric acid aqueous solution (pH: 1). Each componen . content of 
the second coating mixture was the same as that of Comparative Example 21 The molar rato of the aad o 
the fluoroalkylsilane was 2.40 X HT* This value was higher than the preferable range (from 5 0 X 10 to 
2 0 X 10" 2 ) of the present invention. About one day after the preparation of the second coating m.xture. 
flocculation occurred and the tin oxide particles precipitated the in the second coating mixture 

The first metal oxide layer of Si0 2 had a minutely rough surface having micro-pits and micro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 23 

In this comparative example, the first metal oxide layer was formed in accordance with Example 5 The 
second water-repellent layer was formed in accordance with Example 16 except that the composition of the 
second coating mixture was changed. The silicon compound content of the second coafing mixture was 
lower than the preferable range (0.03-2 wt%) of the present invention. In fact, the second coating mixture 
(the total weight: 50.0 g) was prepared by mixing together 1 g of the silica sol of Example 16 0.1 g of T-1 
47 5 o propyl alcohol. 1 g of the fluoroalkylsilane 0.2 g of a nitric acid aqueous so.ut.on f»£J*mi 
0.2 g , of water The second coating mixture contained 0.02 wt% of the silicon compound 0. «J of the 
doped tin oxide particles. 2 wt% of the fluoroalkylsilane. 96.98 wt% of the organic solvent and 0.8 wt% of 
water. The molar ratio of the acid to the fluoroalkylsilane was 1.90X10- 3 . 

The first metal oxide layer of SiO* had a minutely rough surface having m.cro-p.ts and micro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 24 

In this comparative example, the first metal oxide layer was formed in accordance with Example ,5. The 
second water-repellent layer was formed in accordance with Example 16 except that the composAon of the 
second coating mixture was changed. The silicon compound content of the second coating nocture was 
h^her than the preferable range (0.03-2 wt%) of the present invention. In fact, the sec ond coating « 
(the total weight: 8.00 g) was prepared by mixing together 2 g of a abca sol 0.01 g of T-1 4.59 g of 
sopropyl alcohol. 1 g of the fluoroalkylsilane. 0.2 g of a nitric acid aqueous solution (pH 1) and I 0.2 g of 
water This silica sol had an average molecular weight of about 3.000 and contained 10 wt% of solid matter 
The second coating mixture contained 2.5 wt% of the silicon compound. 0.12 wt% o the doped fin oxide 
partcles. 12.5 wt% of the fluoroalkylsilane. 79.88 wt% of the organic solvent and 5 wt% of water. The molar 
So of the acid to the fluoroalkylsilane was 1.90 X 10- About three days aft » ^ the preparafio^ n of the 
second coating mixture, flocculation occurred and the tin oxide particles precprtated in the second coating 

miXt The first metal oxide layer of Si0 2 had a minutely rough surface having micro-pits and micro- 
projections. The average diameter of the micro-pits and micro-projections was about 400 nm. 

COMPARATIVE EXAMPLE 25 

In this comparative example. Comparative Example 15 was repeated except that the second costing 
mixture according to Example 16 was used. Thus, each component's content of the second mixture was he 
same as that of Example 16. The molar ratio of the acid to the fluoroalkylsilane was also the same as that of 

EXa Th^formed first metal oxide layer was substantially the same as that of Comparative Example 15 in 
thickness and surface configuration. 
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COMPARATIVE EXAMPLE 26 

In this comparative example, Comparative Example 15 was repeated except that the second coating 
mixture according to Example 22 was used. Thus, each component's content of the second mixture was the 
same as that of Example 22. The molar ratio of the acid to the fluoroalkylsilane was also the same.as that of 
Example 22. 

The JormedJirst -metal -oxide* layer was substantially the same as that of Comparative Example 15 in 
thickness and surface configuration. 
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Claims 

1. A method of forming on a glass substrate a multilayered water-repellent film having a first metal oxide 
layer and a second water-repellent layer, the method comprising the steps of: 

(a) preparing a first sol through hydrolysis and polycondensation of a first compound so as to 
disperse a first polymer of the first compound in the first sol, the first compound being selected from 
the group consisting of tetrafunctional metal alkoxides and tetrafunctional metal acetylacetonates; 

(b) preparing a second sol which is one of a type-A second sol and a type-B second sol, the type-A 
second sol being prepared through hydrolysis and polycondensation of a second compound so as to 
disperse a second polymer of the second compound in the type-A second sol, the second 
compound being selected from the group consisting of metal alkoxides which are trifunctional or 
Afunctional and metal acetylacetonates which are trifunctional or Afunctional, the metal type of the 
second compound being the same as that of the first compound, the type-B second sol being 
prepared through hydrolysis and polycondensation of a third compound so as to disperse a third 
polymer of the third compound in the type-B second sol and through inactivation of an end 
functional group of the third polymer, the third compound being selected from the group consisting 
of tetrafunctional metal alkoxides and tetrafunctional metal acetylacetonates; 
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3. 



(c) preparing a third sol through hydrolysis and polycondensation of a fourth compound so as to 
disperse a fourth polymer of the fourth compound in the third sol, the fourth compound being 
selected from the group consisting of metal alkoxides and metal acetylacetonates, the metal type of 
the fourth compound being different from that of the first and second compounds; 

(d) mixing the first, second and third sols together with a solvent to form a first coating mixture; 

(e) applying the first coating mixture to the glass substrate so as to form a first sol film on the glass 

rtfheSing the first sol film so as to transform the first sol film into a first gel film and then into the 
first metal oxide layer which has a minutely rough surface having on the surface micro-pits and/or 
micro-projections; and 

(g) forming the second water-repellent layer on the first metal oxide layer. 

2 A method according to Claim 1. wherein the molar ratio of solid matter contained in the second sol to 
" that contained in the first sol is in the range of from 0.03:1 to 30:1 on a metal oxide basis and wherein 
the molar ratio of solid matter contained in the third sol to the total of solid matters contamed in the first 
and second sols is in the range of from 0.01:1 to 1:1 on a metal oxide basis. 

A method according to Claim 1. wherein each of the first polymer of the first sol and the second and 
third polymers of the second sol has an average molecular weight ranging from 100 to 1.000,000. 

4. A method according to Claim 1. wherein the viscosity of the first coating mixture is adjusted to fall 
within a range of from 1 to 10 cP. 

5 A method according to Claim 1. wherein the solid matter concentration of the first coating mixture is 
controlled within the range of from 0.01 to 10 wt% on a metal oxide basis. 

6. A method according to Claim 1. wherein the first sol film is heated at a temperature not lower than 100 
• C at the step (f). 

7 A method according to Claim 1 . wherein the step (g) comprises the steps of: 
' (1) applying a second coating mixture to the first metal oxide layer so as to form a second layer on 
the first metal oxide layer; and 
(2) heating the second layer. 

8. A method according to Claim 7. wherein the second coating mixture comprises a silane compound 
having a fluorocarbon group. 

9. A method according to Claim 7. wherein the second film is dried at a temperature ranging from room 
temperature to 400 • C at the step (2). 

10. A multilayered water-repellent film formed on a glass substrate, the film haying a first metal oxide layer 
having a minutely rough surface having on the surface micro-pits and/or rnicro-projecfcons and a 
second water-repellent layer, the film being prepared in accordance with the method of Claim 1. 

11 A method of forming on a glass substrate a multilayered water-repellent film having a first metal oxide 
layer and a second water-repellent layer, the method comprising the steps of: 

(a) forming the first metal oxide layer on the glass substrate such that the first metal ox.de layer has 
a minutely rough surface having on the surface micro-pits and/ °< ™ icr °-W*«™\ 

(b) preparing a coating mixture comprising 0.10-20 wt% of a fluoroalkylsilane. 0.10-2 : wU of t n 
oxide particles doped with antimony oxide. 0.10-2 wt% of a silicon compound, water and an organic 

(cTapplying the coating mixture to the first metal oxide layer so as to form the second layer on the 

first layer; and . 
(d) heating the second layer at a temperature ranging from 100 to 300 o. 

12. A method according to Claim 11, wherein the average particle size of the tin oxide particles is not 
larger than 100 nm. 
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13. A method according to Claim 11, wherein the step (a) comprises the steps of: 

(1) applying another coating mixture to the glass substrate so as to form a first layer on the qlass 
substrate; and 

(2) heating the first layer. 

14. A method according to -Claim . 13, wherein the step (1) is conducted in an atmosphere of a relative 
.. humidity ranging from 40 to.65 %. 

15. A method according to Claim 13, wherein the step (1) is conducted in an atmosphere of a temperature 
ranging from 20 to 27 • C. 

16. A multilayered water-repellent film formed on a glass substrate, the film having a first metal oxide layer 
having a minutely rough surface having on the surface micro-pits and/or micro-projections and a 
second water-repellent layer, the film being prepared in accordance with the method of Claim 11 . 

17. A multilayered film according to Claim 16, wherein the average diameter of the micro-pits and/or micro- 
projections of the first metal oxide layer is in the range of from 5 to 500 nm. 

18. A multilayered film according to Claim 16, wherein the first metal oxide layer has a thickness ranqinq 
from 10 to 300 nm. 



19. A method of forming on a glass substrate a multilayered water-repellent film having a first metal oxide 
layer and a second water-repellent layer, the method comprising the steps of: 

(a) forming the first metal oxide layer on. the glass substrate such that the first metal oxide layer has 
a minutely rough surface having on the surface micro-pits and/or micro-projections; 

(b) preparing a coating mixture comprising 0.10-20 wt% of a fluoroalkylsilane, 0.04-2 wt% of tin 
oxide particles doped with antimony oxide, 0.03-2 wt% of a silicon compound, 0.005-15 wt% of 
water, an organic solvent and an acid, the molar ratio of the acid to the fluoroalkylsilane being in a 
range from 5.0 X 10~ 4 : 1 to 2.0 X 10~ 2 : 1; 

(c) applying the coating mixture to the first metal oxide layer so as to form the second layer on the 
first layer; and 

(d) heating the second layer at a temperature ranging from 100 to 400 • C. 

20. A multilayered water-repellent film formed on a glass substrate, the film having d first metal oxide layer, 
having a minutely rough surface having on the surface micro-pits and/or micro-projections and a 
second water-repellent layer, the film being prepared in accordance with the method of Claim 19. 

21. A multilayered film according to Claim 20, wherein the micro-pits and/or micro-projections are stable on 
baking the first metal oxide layer at a temperature ranging from 550 to 650 • C. 

22. A multilayered film according to Claim 20, wherein the average diameter of the micro-pits and/or micro- 
projections of the first metal oxide layer is in the range of from 5 to 500 nm. 

23. A multilayered film according to Claim 20, wherein the first metal oxide layer has art average thickness 
ranging from about 10 to about 300 nm, and wherein the first metal oxide layer's surface is minutely 
rough much that the values of maximum height. (Ry), arithmetical mean roughness (Ra), ten-point mean 
roughness (Rz) and mean spacing of profile irregularities (Sm) according to Japanese Industrial 
Standard (JIS) B 0601-1994 are respectively in a range from 5 to 60 nm, a range from 2 to 20 nm, a 
rage from 5 to 55 nm and a range from 5 to 700 nm. 

24. A multilayered film according to Claim 20, wherein the first metal oxide layer surface is minutely rough 
such that the value of skewness is in a range not smaller than 0 and that the value of kurtosis is in a 
range not smaller than 3. 
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© Multilayered water-repellent film and method of forming same on glass substrate. 



© The invention relates to a multilayered water- 
repellent film formed on a glass substrate by the sol- 
gel process. The film has a first metal oxide layer 
which is formed on the glass substrate by the sol-gel 
process and a second water-repellent layer formed 
on the first layer. As a first method for providing the 



film with superior durability of water repellency, me- 
chanical strength and chemical resistance, the first 
layer is prepared by using a mixture of three specific 
sols which are respectively prepared from metal 
alkoxides or metal acetylacetonates. As a second 
method for providing the film with the above advan- 
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tages, the second layer is prepared by using a 
coating mixture comprising a fiuoroalkylsilane, tin 
oxide particles doped with antimony oxide, a silicon 
compound, water and an organic solvent. As a third 
method for providing the film with the above advan- 
tages, the second layer is prepared by using another 
coating mixture comprising a fiuoroalkylsilane, tin 
oxide particles doped with antimony oxide, a silicon 
compound, water, an organic solvent and an acid. 
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Method for forming a particular first 
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a sol-gel process in order to produce a 
multilayered film with a first metal 
oxide layer and a second water-repellent 
Jayer as well as the multilayered film 
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Methods for forming a particular wa ^r- 
reoellent layer as second layer of a multi- 
ITerlt film on a glass substrate wherein 
thl first layer is a metal oxide 1JSJJ °f 
indeterminate type as well as the multi 
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